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Description 

BACKGROUND OF THE INVENTION 
5 Field of the Invention 

[0001 ] The present invention relates to an ink set having an excellent image fastness, a container for storing the ink 
set, an Inkjet recording method using the ink set, and a method for preventing discoloration of an Inkjet-recorded image. 

10 Description of the Related Art 

[0002] In recent years, as an image-recording material there has been mainly used a material for forming color 
images. In particular. Inkjet recording materials, heat-sensitive transfer image recording materials, recording materials 
using electrophotography, transfer silver halide photographic materials, printing inks, recording pens, etc. have been 
'5 widely used. 

[0003] These color image recording materials comprise dyes (dyestuff and pigment) of so-called subtractive primaries 
to reproduce or record a full-color Image. However, under the present circumstances that there are no dyes which have 
absorption characteristics that can realize desired color reproduction region and are fast enough to withstand various 
worthing conditions. It has been keenly desired to improve these color image recording materials. 

20 [0004] Due to low material cost, the possibility of high speed recording, low noise levels during recording and ease 
of color recording, the Inkjet recording method has rapidly been diffused and further developed. 
[0005] Inkjet recording methods are divided into two groups, i.e., continuance processes involving continuous flying 
of droplets and on demand processes involving flying of droplets according to image data signals. Ejection processes 
for these Inkjet recording methods are divided into four groups, i.e., processes which comprises applying pressure 

25 from a piezoelectric element to eject droplets, processes which comprises themially generating air bubbles in the ink 
to eject droplets, processes using ultrasonic waves, and processes involving electrostatic suction and ejection of drop- 
lets. As an ink for Inkjet recording an aqueous ink, oil-based ink or solid (melt type) ink may be used. 
[0006] The coloring agents to be Incorporated in such an ink for Inkjet recording are required to have a good solubility 
or disperslbility in solvents, allow high density recording, exhibit a good hue, have a high fastness with respect to light, 

30 heat, active gases in the atmosphere (oxidizing gas such as NOx and ozone, SOx), water and chemicals, have a good 
fixability to the image material and hence be unlikely to ooze, have a high preservability in ink fomi, have no toxicity, 
have a high purity and a have good availability. However, It is extremely diff teult to find coloring agents which can satisfy 
these requirements to a great extent. In particular, these coloring agents are keenly required to have a good hue of 
the three primary colors and a good fastness with respect to light, humidity, heat, and especially with respect to oxidizing 

35 gases such as ozone in the atmosphere, upon printing on an image-receiving material having an ink-receiving layer 
containing a porous particulate white inorganic pigment. 

[0007] As magenta dyes, azo dyes comprising phenol, naphthol, aniline or the like as a coupling component have 
heretofore been widely used. As azo dyes having a good hue dyes disclosed in Japanese Patent Application Laid- 
open (JP-A) No. 11-209673, Japanese Patent No. 3,020,660, etc. are known. However, these dyes are disadvanta- 

^0 geous in that they have a deteriorated light fastness. As improvements in these dyes, dyes having a good hue and an 
improved light fastness have been recently disclosed in JP-A No. 2001-335714. However, the dyes known in these 
patents leave much to be desired In fastness with respect to oxidizing gases such as ozone. 
[0008] Representative examples of cyan dyes include phthalocyanine dyes and triphenylmethane dyes. 
[0009] Representative examples of phthalocyanine-based dyes which have been most widely used include C.I. Direct 

45 Blue 86, 87, and 199. These phthalocyanlne-basied dyes are superior to magenta and yellow dyes in light fastness but 
exhibit a remarkable decoloration or discoloration due to oxidizing gases such as nitrogen oxide gas and ozone, which 
have recently been often raised as environmental issues. 

[0010] To date, phthalocyanine-based dyes which are rendered fast with respect to ozone gas have been disclosed 
In JP-A No. 3-103484, JP-A No. 4-39365, JP-A No.2000-303009, etc. However, all these phthalocyanine-based dyes 
50 leave much to be desired in improvement of fastness with respect to oxidizing gas and thus further Improvements 
thereto are desired. 

[001 1 ] On the other hand, triphenylmethane-based dyes such as Acid Blue 9 exhibit a good hue but have a drastically 
deteriorated fastness with respect to light and ozone gas. 

As yellow dyes, azobenzene-based dyes such as Direct Yellow 86 and 120, pyrazolonazo dyes such as Acid Yellow 
55 17, and heterocyclic azo dyes such as pyridonazo dyes have been used. Further, quinophthalone-based dyes have 
been often proposed. However, these dyes which have heretofore been known are disadvantageous in that most of 
those having a good hue, and particularly a sharp shoulder of absorption characteristic curve on the long wavelength 
side, such as quinophthalone dyes are not fast with respect to ozone and light. Azobenzene-based dyes have a good 
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fastness but a sloping shoulder of absorption characteristic curve on the long wavelength side. Thus, there are no 
yellow dyes which can satisfy both the hue and fastness requirements. 

[0012] Representative examples of black dyes include Food Black 2. bisazo dye. and trisazo dye. However, there 
are no black dyes which are excellent both in light fastness and ozone fastness. On the other hand, pigments such as 
5 carbon black are widely used. JP-A No.3-21 0373 discloses an ink comprising an acidic carbon black and an alkali- 
soluble polymer. Further. JP-A No.3-1 34073 discloses an ink for Inkjet recording having a good storage stability which 
can easily provide a dispersion excellent in ejectability in a bubble jet recording apparatus. 

[0013] However an ink for Inkjet recording containing carbon black with a dispersant is technically disadvantageous 
in that it cannot be ejected stably and cannot provide a sufficient printing density. In order to solve these problems, 

'0 JP-A No.8-3498 and JP-A No, 1 0-1 20958 propose incorporating a func-ional group having dissociative hydrogen atoms 
in a predetemiined amount or a salt thereof in carbon black to provide surface-modified carbon black, and thereby 
providing a dispersion of self-disperslble carbon black which can be seif-dispersed without any surface active agent 
or polymer dispersant. Further, JP-A No. 10-110127 discloses a method involving the incorporation ofsulfone group 
in carbon black. Moreover, JP-A No. 10-95941 proposes an ink for inkjet recording comprising the aforementioned 

^5 surface-modified carbon black and glycolethes. The aforementioned self-dispersible carbon black provides a solution 
to the aforementioned problems but cannot achieve satisfactory results in high quality full-color printing because the 
water-soluble dyes to be combined therewith have a drastically deteriorated fastness. 

[0014] In order to provide a full-color image having an excellent color reproducibility and fastness, the dyes consti- 
tuting an Image must satisfy the following requirements: 

20 

(1) All of the dyes have excellent absorption characteristics; 

(2) A proper combination of dyes realizing a wide range of color reproduction; 

(3) All of the dyes have a high fastness; 

(4) No deterioration of fastness due to interaction of dyes occurs; ard 
^5 (5) The dyes have well-balanced fastnesses. 

[0015] However, since no reports have been made on the propert as of dyes, that is, what structures or physical 
properties of the dyes can effectively act on their fastness, particularly with respect to oxidizing gases such as ozone, 
which is considered a problem in inkjet printing, no index for selection of dyes can be obtained. Further, It is extremely 
20 difficult to select dyes that are fast with respect to light as well. 

SUMMARY OF THE INVENTION 

[0016] An object of the present Invention, which has been achieved in the light of technical disadvantages of the 

35 related art, is to present an improvement index that can radically solve the problem of gas discoloration, which is 
common to various dyes, and provide an ink set which comprises an ink composition based on the index to form an 
Image excellent in fastness with respect to gas (particulariy ozone) and light, a container for the ink set. an inkjet 
recording method using the ink set, and a method for preventing discoloration of an inkjet-recorded image. 
[0017] The inventors made extensive studies of dyes having a good hue and a high fastness with respect to light 

40 and gas (particularly ozone gas). As a result, it has been found that the aforementioned problems can be solved by a 
combination of conventionally unknown dyes having a predetemiined oxidation potential. The present invention has 
been thus achieved. In other words, it has been found that when three primary color dyes satisfy such potential re- 
quirements, these dyes exhibit not only a drastically inhibited reactivity to ozone but also an enhanced light fastness, 
causing neither Interaction of different color dyes, nor discoloration of mixtures of colors. It has been found that when 

45 . a dye which does not satisfy such potential requirements is used, particulariy as a magenta dye or cyan dye, as opposed 
to the aforementioned case, the entire image Is drastically ill-balanced, drastically deteriorating the quality of the re- 
sulting full'color Image. It has also been found that light color Inks have no problems v/ith light fastness also when inks 
having different densities which have been recently used to enhance the color reproducibility are used. It has been 
further found that when the stability of dyes themselves is enhanced, the resulting Ink exhibits an enhanced oxidation 

so stability, making it possible to prolong a tenn of guarantee of a commercial product. 

[0018] Preferred embodiments of the present Invention for solving the aforementioned problems will be described 
below. 

[0019] A first embodiment of the ink set according to the present invention is an ink set comprising a yellow ink 
containing at least one yellow dye, a magenta ink containing at least one magenta dye, and a cyan ink containing at 
55 least one cyan dye, wherein an oxidation potential of the magenta dye and an oxidation potential of the cyan dye are 
each higher than 0.8 V (vs SCE). 

[0020] A second embodiment of the ink set according to the present invention is the ink set. according to the first 
embodiment, wherein an ozone fading retention ratio of the magenta dye and the cyan dye are each no less than 0.6 
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times an ozone fading retention ratio of C. I. Direct Yellow 86. 

[0021] A third embodiment of the ink set according to the present invention is the ink set, according to the first 
embodiment, wherein the magenta dye is represented by the following general formula (M-1): 



General Formula QVl-l) 



10 



A-N=N 



/>-N 



15 



20 



25 



Wherein A represents a residue of 5-membered heterocyclic diazo component A-NHg; and respectively represent 
-CR^= and -CR2=, or one of and represents a nitrogen atom and the other represents -CRi= or -CR2=; RS and 
R6 each independently represent a hydrogen atom or a substituted or unsubstituted aliphatic, aromatic, heterocyclic, 
acyl, alkoxycarbonyl, aryloxycarbonyl. carbamoyl, alkylsulfonyl, arylsuifonyl or sulfamoyi group; G, Ri and R2 each 
independently represent a hydrogen atom, a halogen atom, a substituted or unsubstituted aliphatic, aromatic, hetero- 
cyclic, cyano, carboxyl, carbamoyl, alkoxycarbonyl, aryloxycarbonyl, heterocyclic oxycarbonyl, acyl, hydroxy!, alkoxy, 
aryloxy heterocyclic oxy, silyloxy acyloxy, carbamoyloxy, alkoxycarbonyloxy, aryloxycarbonyloxy, amino (including het- 
erocyclic amino and aniline), acylamino, ureide, sulfamoylamino, alkoxycarbonylamino, aryfoxycarbonylamino, alkyl- 
sulfonylamino, arylsulfonylamino, heterocyclic sulfonylamino, nitro. alkylthio, arylthio, alkylsulfonyl, arylsuifonyl, hete- 
rocyclic sulfonyl, alkylsulfinyl, arylsulfinyl, heterocyclic sulfinyl, sulfamoyi, sulfo or heterocyclic thio group. 
[0022] A fourth embodiment of the ink set according to the present invention is the ink set, according to the first 
embodiment, wherein the cyan dye is represented by the following general formula (C-l): 



30 



35 



40 



45 



General Formula (C-I) 




so 



55 



wherein X^, Xg, X3 and X4 each independently represent an electron-withdrawing group having a op value of no less 
than 0.40; , Y2, Y3 and Y4 each independently represent a monovalent substituent; M represents a hydrogen atom, 
a metal element or an oxide, hydroxide or halide thereof; a^ to and b^ to b4, respectively represent a number of 
substituents of to X4 and Y^ to Y4; a^ to 34 and b^ to 64 each independently represent an Integer from 0 to 4; a sum 
of a^ to a4 is no less than 2; and when the dye Is a water-soluble dye, an Ionic hydrophilic group is disposed as a 
substituent at any position on X^. Xg, X3, X4, Y^, Yg, Y3 and Y4. 

[0023] A fifth embodiment of the ink set according to the present invention is the ink set, according to the first em- 
bodiment, wherein the cyan dye is represented by the following general formula (C-ll): 
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General Formula (C*II) 



20 



15 



10 



5 




wherein X^,. X^g, X^g and X^4 each independently represent an electron-withdrawing group having a op value of no 
less than 0.40; Y^^ , Y^g- ^13 Y^4each independently represent a monovalent substltuent; M represents a hydrogen 
25 atoni, a metal elenr^ent or an oxide, hydroxide or halide thereof; a,, to and b^^ to bi4 respectively represent a number 
of substituents of X^^ to X14 and Y^^ to Y^4; a^^ to 3^4 and b^^ to bi4 each independently represent an integer from 0 
to 4; a sum of a^^ to 3^4 is no less than 2; and when the dye is a water-soluble dye, an ionic hydrophilic group is 
disposed as a substituent at any position on X^^, X^g. X^g. X^4, Y^^. Y^g, Y^j and Y^4. 

[0024] A sixth embodiment of the ink set according to the present invention is the ink set, according to the first 
30 embodiment, wherein the oxidation potential of the magenta dye is higher than the oxidation potential of the cyan dye. 
[0025] A seventh embodiment of the ink set according to the present invention is the ink set, according to the first 
embodiment, wherein an oxidation potential of the yellow dye is higher than 0.8 V (vs SCE). 
[0026] An eighth embodiment of the ink set according to the present invention is the ink set, according to the first 
embodiment, wherein an ozone fading retention ratio of the yellow dye is no less than 0.6 times an ozone fading 
35 retention ratio of C. I. Direct Yellow 86. 

[0027] A ninth embodiment of the Ink set according to the present invention is the ink set, according to the first 
embodiment, wherein the yellow dye is represented by the following general formula (Y-l): 

40 General Foraula (Y-l) 



wherein and R3 each independently represent a hydrogen atom, acyano group, an alky! group, a cycloalkyi group, 
an aralkyi group, an alkoxy group, an alkylthio group, an arylthio group, an aryl group or an ionic hydrophilic group; R2 
represents a hydrogen atom, an alkyi group, a cycloalkyi group, an aralkyi group, a carbamoyl group, an acyl group, 
an aryl group or a heterocyclic group; and R4 represents a heterocyclk: group. 

[0028] A tenth embodiment of the ink set according to the present invention is the Ink set, according to the first 
embodiment, wherein the ink set comprises two or more magenta inks having different concentrations and/or two or 
more cyan inks having different concentrations. 

[0029] An eleventh embodiment of the ink set according to the present invention, is the ink set, according to the first 

embodiment, further comprising a black ink containing at least one self-dispersible pigment. 

[0030] A first embodiment of the container according to the present invention is a container storing an ink set com- 



45 




5 
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prising a yellow ink containing at least one yellow dye, a magenta ink containing at least one magenta dye, and a cyan 
ink containing at least one cyan dye, wherein an oxidation potential of the magenta dye and an oxidation potentloal of 
the cyan dye are each higher than 0.8 V (vs SCE). 

[0031] A first embodiment of the Inkjet recording method according to the present invention is an Inkjet recording 
5 method which comprises forming an image on an image-receiving material having an ink-receiving layer containing a 
particulate white inorganic pigment provided on a support, using an ink set comprising a yellow ink containing at least 
one yellow dye, a magenta ink containing at least one magenta dye, and a cyan ink containing at least one cyan dye, 
wherein an oxidation potential of the magenta dye and an oxidation potential of the cyan dye are each higher than 0 8 
V (vs SCE). 

10 [0032] A first embodiment of the method for preventing discoloration of an inkjet-recorded Image according to the 
present invention is a method for preventing discoloration of an inkjet-recorded image, wherein inkjet recording is 
carried out using an ink set comprising a yellow ink containing at least one yellow dye, a magenta Ink containing at 
least one magenta dye, and a cyan ink containing at least one cyan dye, wherein an oxidation-potential of the magenta 
dye and an oxidation potential of the cyan dye are each higher than 0.8 V (vs SCE). 

DESCRIPTION OF THE PREFERRED EMBODIMENTS 

[0033] The present Invention will be further described hereinafter. 

20 Dye 

[0034] In the present Invention, a magenta dye and a cyan dye having an oxidation potential of higher than 0.8 V 
(vs SCE) are used. The oxidation potential of these dyes are preferably as high as possible, more preferably higher 
than 1.0 V (vs SCE), even more preferably higher than' 1.1 V (vs SCE). still more preferably higher than 1.15 V (vs 

25 SCE). most preferably higher than 1 .2 V (vs SCE). 

[0035] The value of oxidation potential indicates how easily electrons can move from the sample to the electrode. 
The greater this value is (the higher the oxidation potential is), the more difficultly can move electrons from the sample 
to the electrode, i.e., the more difficultly can be oxidized the sample. Referring to its connection with the structure of 
compounds, the incorporation of an electron-drawing group gives a higher oxidation poteritial while the incorporation 

30 of an electron-donative group gives a lower oxidation potential. 

[0036] As described in detail below the value of oxidation potential indicates the potential at which electrons are 
withdrawn from a compound at an anode In voltammetry and is thought to be approximated by the energy level of the 
compound in the ground level on HOMO. 

[0037] The Inventors made studies of the ozone fastness of colored images. It was found that there is a relationship 
35 between the oxidation potential and the ozone fastness of a compound to be used in colored Images and the use of a 
compound having an oxidation potential of higher than that of saturated calomel electrode provides colored images 
with an improved ozone fastness. 

[0038] The reason why the ozone fastness of colored images is thus improved can be interpreted by the relationship 
between the compound and ozone gas on HOMO (Highest Occupied Molecular OrtDital) and LUMO (Lowest Unoccu- 
40 pied Molecular Orbital). In other words, since it is thought that the reaction of the coloring agent on HOMO with ozone 
gas on LUMO causes the coloring agent to be oxidized, resulting in the deterioration of the ozone fastness of the 
colored images, the improvement of the ozone fastness of the colored images can be accomplished by lowering HOMO 
of the coloring agent to lower the reactivity thereof with ozone gas. 

[0039] The value of oxidation potential (Eox) can be easily measured by those skilled in the art. For the details of 
this measuring method, reference can be made to P. Delahay, "New Instrumental Methods In Electrochemistry*', Inter- 
sclence Publishers, 1 954, A. J. Bard et al, "Electrochemical Methods". John Wiley & Sons, 1980, and Aklra Fujishima 
el al, "Denki Kagaku Sokuteihou (Electrochemical Measuring Methods)", Gihodo, 1984. 

[0040] The measurement of oxidation potential will be further described hereinafter For the measurement of oxidation 
potential, a sample to be tested is dissolved in a solvent such as dimethylfomiamide and acetonitrile containing a 
so supporting electrolyte such as sodium perchlorate and tetrapropylammonium perchlorate in an amount of from 1x10^ 
to 1 X 1 0*5 mol-dm-3. The oxidation potential of the sample is then measured relative to that of SCE (saturated calomel 
electrode) by cyclic voltammetry or DC polarography 

[0041] As the supporting electrolyte and solvent to be used herein there may be used proper materials depending 
on the oxidation potential and solubility of the sample to be tested. For the details of supporting electrolytes and solvents 
55 employable herein, reference can be made to Akira Fujishima et ai, "Denki Kagaku Sokuteihou (Electrochemical Meas- 
uring Methods)". Gihodo, pp. 101 . 118, 1984. 

[0042] The value of oxidation potential may deviate by about scores of millivolts under the influence of the difference 
of potential between solutions or the liquid resistivity of the sample solution. By making conrection with a standard 
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sample (e.g., hydroquinone), the reproducibility of the potential value thus measured can be guaranteed. 
[0043] In the present invention, the oxidation potential is defined by the value obtained by measuring in N,N-dimeth- 
ylfonnamide (compound concentration: 1x10-3 mol-dm'^) containing 0.1 mol-dm-^ of tetrapropylammonium perchlorate 
as a supporting electrolyte with SCE (saturated calomel electrode) as a reference electrode, a graphite electrode as 
5 a working electrode and a platinum electrode as a counter electrode. In the case where the dye is not dissolved In N, 
N-dimethylformamide, water may be added to the solvent in an amount of 1% at maximum. 

[0044] As the dyes employable herein there may be used dyes having any structure satisfying the aforementioned 
oxidation potential requirements. In particular, yellow dyes inherenily have a high oxidation potential (low HOMO) and 
thus have little structural limitations. The structure of dyes required to satisfy the aforementioned oxidation potential 

10 requirements will be described in detail hereinafter. 

[0045] In the present invention, it is preferred that an electron-withdrawing group be incorporated in the skeleton of 
dyes to raise further the oxidation potential thereof for the purpose of lowering the reactivity thereof with ozone, which 
is an electron-withdrawing agent. Thus, let us now explain using the Hammett's substltuent constant ap, which is a 
measure of the electron-withdrawing properties or electron-donative properties of substltuents. It can be said that the 

'5 incorporation of a substituent having a high ap value such as nitro group, cyano group, sulfinyl group, sulfonyl group 
and sulfamoyi group makes it possible to raise further the oxidation potential of dyes. 

[0046] Let us now explain somewhat the Hammett's substituent constant op. Hammett's rule is an empirical rule 
which L. P. Hammett proposed In 1 935 to discuss quantitatively the effect of substltuents on the reaction or equilibrium 
of benzene derivatives and has been widely considered valid to date. The substituent constants required in Hammett's 
20 rule include op value and om value, which can be found in many general references, e.g., J. A. Dean, "Lange's Hand- 
book of Chemistry", 12th ed., Mac Graw-Hill, 1979, and "Kagaku no Ryouikl (Domain of Chemistry)", extra edition, 
Nankodo, No. 122, pp. 96-103, 1979. 

[0047] In general, the more the content of an atom having a high electronegativity as a constituent of chromophore 
other than the aforementioned substituent is, the higher can be the oxidation potential of dyes. Accordingly the use of 

25 an unsaturated heterocyclic group rather than aryi group as a constituent of chromophore makes It possible to provide 
dyes with a high oxidation potential. Examples of hetero atoms having a high electronegativity include nitrogen atom, 
oxygen atom, and sulfur atom. Particularly preferred among these hetero atoms is nitrogen atom. 
[0048] Thus, preferred examples of dyes include those having a chromophore formed by hetero atoms, those con- 
taining unsaturated heterocyclic group, and those containing electron-withdrawing group. 

30 [0049] Preferred examples of the chromophore fonned by hetero atoms include azo dye. azomethine dye, and 
phthalocyanine dye. Particularly preferred among these dyes is azo dye. 

[0050] As the unsaturated heterocyclic group there is preferably used a 5-membered or 6-membered unsaturated 
heterocyclic group. Examples of such a 5-membered or 6-membered unsaturated heterocyclic group Include thiophene 
ring, furane ring, pyrrole ring, thiazoie ring, oxazole ring, imidazole ring, isothlazole ring, isoxazole ring, pyrazole ring, 

35 thiadiazole ring, oxadiazole ring, triazole ring, pyridine ring, pyridazine ring, pyrimidine ring, and pyrazine ring. The 
unsaturated heterocyclic group may form a condensed ring with a hydrocartaon ring or heterocyclic group. In the case 
where the unsaturated heterocyclic group is a nitrogen-containing heterocyclic group, the nitrogen atom may be qua- 
terized. In the case where the unsaturated heterocyclic group is a heterocyclic group which may be tautomeric, even 
when only one of the tautomers is given, the othertautomer may be included. Prefen-ed examples of the aforementioned 

40 unsaturated heterocyclic groups are thiazoie ring, isothlazole ring pyrazole ring, thiadiazole ring, pyridine ring, pyri- 
midine ring, and pyrazine ring. Most preferred examples of these unsaturated heterocyclic groups include isothiazole 
ring, pyrazole ring, 1 ,2,4-thiadiazoIe ring. 1 ,3,4-thiadiazole ring, and pyridine ring. 

[0051] As the electron-withdrawing substituent there is preferably used a substituent having a Hammett's op value 
of not smaller than 0.40. more preferably not smaller than 0.45, most preferably not smaller than 0.50. In the case 

*s where there are a plurality of electron-withdrawing groups as substltuents on chromophore, the sum of op value of the 
substltuents is preferably not smaller than 0.60, more preferably not smaller than 0.60, most preferably not smaller 
than 0.70. For specific examples of the electron-withdrawing group having op value of not smaller than 0.40, reference 
can be made to J. A. Dean. "Lange's Handbook of Chemistry". 12th ed., Mac Graw-Hill, 1979, and "Kagaku no Ryouiki 
(Domain of Chemistry)", extra edition, Nankodo, No. 122, pp. 96 - 103, 17979. 

50 [0052] The preferred dye of the present invention is a combination of those represented by the following general 
formula (I): 



55 



(Ch) - (EWG)„ General fomiula (I) 

wherein Ch represents a chromophore containing unsaturated heterocyclic group; EWG represents an electron-with- 
drawing substituent having op value of not smaller than 0.40 as described later; and n represents an integer of from 
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1 to 8. 

[0053] Examples of Ch employable herein Include chromophore of azo dye having unsaturated heterocyclic group 
In Its chromophore, phthalocyanlne dye, azomethine dye, quinone dye (anthraquinone dye, anthrapyridone dye, etc.). 
carbonlum dye (triphenylmethane dye, xanthene dye, acridine dye, etc.) and azine dye (oxazine, thiazine, etc.). Pre- 
5 ferred among these dyes are azo dye having unsaturated heterocyclic group in its chromophore, phthalocyanine dye, 
azomethine dye, and anthrapyridone dye. Most preferred among these dyes are azo dye having unsaturated hetero- 
cyclic group in its chromophore, and phthalocyanine dye. 

[0054] The preferred azo dye which can be used as a magenta or yellow dye is represented by the following general 
formula (II): 

10 

Het (A) - N = N • Het (B) General fomiula (II) 

[0055] In the general fonnula (II), Het (A) and Het (B) each represent a 5-membered or 6-membered unsaturated 
^5 heterocyclic group. Examples of the unsaturated heterocyclic group represented by Het (A) and Het (B) include thi- 
ophene ring, furane ring, pyrrole ring, thiazole ring, oxazole ring, imidazole ring, isothiazole ring, isoxazole ring, pyrazole 
ring, thiadlazole ring, oxadlazole ring, iriazole ring, pyridine ring, pyridazlne ring, pyrlmldine ring, and pyrazine ring. 
These unsaturated heterocyclic groups further have substituents. The substituents on these unsaturated heterocyclic 
groups may be connected to each other to fonn condensed rings with hydrocarbon rings or unsaturated heterocyclic 
^0 groups. The condensed rings may further have substituents thereon. In the case where the unsaturated heterocyclic 
group is a nitrogen-containing heterocyclic group, the nitrogen atom may be quaterized. In the case where the unsatu- 
rated heterocyclic group Is a heterocyclic group which may be tautomeric, even when only one of the tautomers is 
given, the other tautomer may be Included. 

[0056] The dye, If it Is a water-soluble dye, preferably has an ionic hydrophilic group as a substituent. Examples of 
25 the ionic hydrophilic group as a substituent include sulfo group, carboxyl group, phosphono group, and quaternary 
ammonium group. 

[0057] The heterocyclic group represented by Het (A) or Het (B) is preferably a thiazole ring, Isothiazole ring, pyrazole 
ring, thiadlazole ring, pyridine ring or pyrazine ring, more preferably isothiazole ring, pyrazole ring, thiadlazole ring or 
pyridine ring, most preferably pyrazole ring, 1 ,2,4-thiadiazoIe ring or pyridine ring. 

50 [0058] Het (A) and Het (B) each may have substituents. Examples of the substituents Include halogen atom, aikyi 
group (including cycloalkyi group), alkenyl group (including cycloalkenyl group), alkynyl group, aryl group, heterocyclic 
group, cyano group, hydroxyl group, nitro group, cariDoxyl group, alkoxy group, aryloxy group, sllyloxy group, hetero- 
cyclic oxy group, acyloxy group, carbamoyloxy group, alkoxycartDonyloxy group, aryloxycariDonyloxy group, amino 
group (anilino group), acytamino group, aminocarbonylamino group, alkoxycariDonylamino group, aryloxycarbonylami- 

35 no group, sulfamoylamino group, alkylsulfonylamino group, arylsulfonylamino group, mercapto group, alkytthio group, 
arylthio group, heterocyclic thio group, sulfamoyi group, sulfo group, alkylsulfinyl group, arylsulfinyl group, alkylsutfonyl 
group; arylsulfonyl group, acyl group, aryloxycarbonyl group, alkoxycariDonyl group, carbamoyl group, arylazo group, 
heterocyclic azo group, imido group, phosphino group, phosphinyl group, phosphinyloxy group, phosphinylamino 
group, and silyl group. Preferred among these substituents are halogen atom, heterocyclic group, cyano group, nitro 

40 group, cariDoxyl group, acyloxy group, carbamoyloxy group, alkoxycarbonyloxy group, aryloxycarbonyloxy group, sul- 
famoyi group, sulfo group, alkylsulfinyl group, arylsulfinyl group, alkylsulfonyl group, arylsulfonyl group, acyl group, 
aryloxycari^onyl group, alkoxycariDonyl group, carbamoyl group, imIdo group, phosphoryl group, phosphono group, 
phosphinoyi group, phosphonyl group, phosphinyloxy group, and phosphinylamino group. More desirable among these 
substituents are electron -withdrawing groups. Particularly preferred among these substituents are those having op 

^5 value of not smaller than 0.40. Examples of the substituents having op value of not smaller than 0.40 include cyano 
group, nitro group, cartDoxyl group, sulfamoyi group, alkylsulfinyl group, arylsulfinyl group, alkylsulfonyl group, arylsul- 
fonyl group, acyl group, aryloxycarbonyl group, alkoxycarbonyl group, carbamoyl group, imido group, phosphono group, 
and phosphoryl group. Other examples of the substituents having op value of not smaller than 0.40 include alkyi group 
substituted by electron-withdrawing group (e.g., trihalomethyl group, perfluoroalkyi group, dicyanomethyl group, imi- 

50 nomethyl group), alkenyl group substituted by electron -withdrawing group (e.g., tricyanovinyl group), and quaternary 
substituents (e.g., sulfonium group, ammonium group, phosphonium group). Among these functional- groups, those- 
having hydrogen atoms may have these hydrogen atoms substituted by the aforementioned substituents. Examples 
of these substituents include alkylcariDonylaminosulfonyl group, arylcartDonylaminosulfonyl group, aikylsulfonylamino- 
carbonyl group, and arylsulfonylaminocart^onyl group. The substituents on these unsaturated heterocyclic groups may 

55 be connected to each other to form condensed rings with unsaturated heterocyclic groups. The condensed rings may 
further have substituents thereon. 
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- Magenta Dye - 

[0059] The preferred magenta dye is represented by the general formula (M-l). In the general formula (M-i), A rep- 
resents a residue of 5-membered heterocyclic diazo component A-NHg. and B2 represent -CR^= and -CR2=s. re- 
spectively, or one or B"" and B2 represents a nitrogen atom and the other represents -CRi= or -CR2=. R5 and R^ each 
independently represent a hydrogen atom or an aliphatic, aromatic, heterocyclic, acyl, alkoxycarbonyl, aryloxycarbonyl, 
carbamoyl, alkylsuifonyl, arylsuifonyl or sulfamoyi group which may further contain substituents. 
[0060] G, R^ and R^ each independently represent a hydrogen or halogen atom or an aliphatic, aromatic, heterocyclic, 
cyano, carboxyl, carbamoyl, alkoxycarbonyl, aryloxycarbcnyl, heterocyclic oxycarbonyl, acyl, hydroxy!, alkoxy, aryloxy, 
heterocyclic oxy, silyloxy, acyloxy. carbamoyloxy, alkoxycarbonyloxy, aryloxycarbonyloxy, amino (including heterocyclic 
amino and aniline groups), acylamino, ureide, sulfamoylamino, alkoxycarbonylamino, aryloxycarbonylamino, alkylsul- 
fonylamino. arylsulfonylamino, heterocyclic sulfonylamino, nitro, alkylthio, arylthio, alkylsuifonyl, arylsuifonyl, hetero- 
cyclic sulfonyl, alkylsulfinyL arylsulfinyl, heterocyclic sulfinyl, sulfamoyi, sulfo or heterocyclic thio group which may be 
further substituted. Ri and RS or RS and R^ may be condensed to fonfn a 5-membered or 6-membered ring. 
[0061] In the general formula (M-l), A represents a residue of 5-membered heterocyclic diazo component A-NH2. 
Examples of the hetero atoms of heterocyclic group include N, 0, and S. The 5-membered heterocyclic group is pref- 
erably a nitrogen-containing heterocyclic group. The heterocyclic group may be condensed with aliphatic rings, aro- 
matic rings or other heterocyclic groups. Preferred examples of the heterocyclic group represented by A include pyra- 
zole ring, imidazole ring, thiazole ring; isothiazole ring, thiadiazole ring, benzothiazole ring, benzoxazole ring, benzoi- 
sothiazole ring, and triazole ring. These substituents may further have substituents. Particularly preferred examples 
of these substituents include pyrazole ring, imidazole ring, isothiazole ring, thiadiazole ring and benzothiazole ring 
represented by the following general fonnulae (a) to (f), respectively: 



General Forinula 

(a) (b) 




[0062] In the aforementioned general fomnulae (a) to (f). R^ to R2 represent the same substituents as described with 
reference to G, Ri and R2. Preferred among these substituents represented by the general fonnulae (a) to (f) are 
pyrazole ring and Isothiazole ring represented by the general formulae (a) and (b), respectively. Mostly preferred among 
these substituents is pyrazole ring represented by the general formula (a). 
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[0063] In the general formula (M-l). and represent -CRi= and -CR^^. respectively, or one of and B? repre- 
sents a nitrogen atom and the other represents -CR1= or -CR2=. However, and B2 represent -CRi= and -CR2=. 
respectively. 

[0064] R5 and ¥fi each independently represent a hydrogen atom or an aliphatic, aromatic, heterocyclic, acyl, alkox- 
ycarbonyl. aryloxycarbonyl, carbamoyl, alkylsulfonyl. arylsulfonyl or sulfamoyi group which may further contain sub- 
stituents. Preferred among the substituents represented by RS and RS are hydrogen atom and aliphatic, aromatic, 
heterocyclic, acyl, alkylsulfonyl, arylsulfonyl and sulfamoyi groups, more preferably hydrogen atom and aromatic, het- 
erocyclic, acyl, alkylsulfonyl and arylsulfonyl groups, most preferably hydrogen atom and aryl and heterocyclic groups. 
These groups may have substituents. However, RS and RS are not a hydrogen atom at the same time. 
[0065] G, Ri and R2 each Independently represent a hydrogen or halogen atom or an aliphatic, aromatic, heterocyclic, 
cyano, carboxyl, carbamoyl, alkoxycarbonyl, aryloxycarbonyl. heterocyclic oxycarbonyl, acyl, hydroxy!, alkoxy, aryloxy, 
heterocyclic oxy, silyloxy. acyloxy carbamoyloxy, alkoxycarbonyloxy, aryloxycarbonyloxy, amino (including heterocyclic 
amino and anilino groups), acylamino. ureido. sulfamoylamino, alkoxycarbonyl amino, aryloxycarbonylamino. alkylsul- 
fonylamino. arylsulfonylamino, heterocyclic sulfonylamino. nitro, alkylthio, arylthio, alkylsulfonyl, arylsulfonyl, hetero- 
cyclic sulfonyl. alkylsulfinyl. arylsulflnyl. heterocyclic sulfinyl, sulfamoyi, sulfo or heterocyclic thio group which may be 
further substituted. 

[0066] Preferred among the substituents represented by G are hydrogen and halogen atoms, and aliphatic, aromatic, 
hydroxy! group, alkoxy group, aryloxy, acyloxy group, heterocyclic oxy, amino (including anIIIno group and heterocyclic 
amino), acylamino, ureido, sulfamoylamino, alkoxycarbonylamino, aryloxycarbonylamino, alkylthio, arylthio, and het- 
erocyclic sulfinyl groups, more preferably hydrogen and halogen atoms, and alkyi, hydroxyl, alkoxy. aryloxy, acyloxy, 
amino (including anilino group and heterocyclic amino) and acylamino groups, particularly hydrogen atom, and anilino 
and acylamino groups. These groups may further have substituents. 

[0067] Preferred examples of the substituents represented by R1 and R2 include hydrogen atom. alkyI group, halogen 
atom, alkoxycarbonyl group, carboxyl group, carbamoyl group, hydroxyl group, alkoxy group, and cyano group. These 
groups may further have substituents. Ri and R5 or R5 and R6 may be connected to each other to form a 5-membered 
or 6-membered ring. 

[0068] Examples of the substituents on the substituents represented by A, Ri , R2, RS, r6 and G which further have 
substituents include those described with reference to G, R^ and R2. 

[0069] When the dye of the present Invention is a water-soluble dye, an ionic hydrophilic group is disposed as a 
substituent in any position on A, Ri , R2, R5, r6 and G. Examples of the Ionic hydrophilic group as a substituent include 
sulfo group, carboxyl group, phosphono group, and quaternary ammonium group. Preferred among these ionic hy- 
drophilic groups are carboxyl group, phosphono group, and sulfo group, particularly carboxyl group and sulfo group. 
The carboxyl group, phosphono group and sulfo group may be In thefonn of salt. Examples of the counter Ion to be 
used in thefonmation of such a salt include ammonium Ion, alkaline metal Ion (e.g., lithium ion. sodium ion, potassium 
Ion), and organic cation (e.g., tetramethylammonlum ion, tetramethylguanidium ion. tetramethyl phosphoriium). 
[0070] In the present invention, the aliphatic group indicates an alkyI group, substituted alkyI group, alkenyl group, 
substituted alkenyl group, alkynyl group, substituted alkynyl group, aralkyi group or substituted aralkyl group. The 
aliphatic group may have branches or may form a ring. The number of carbon atoms In the aliphatic group is preferably 
from 1 to 20, more preferably from 1 to 1 6. The aryl moiety of the aralkyl group and substituted aralkyl group is preferably 
phenyl or naphthyl. particularly phenyl. Examples of the aliphatic group include methyl, ethyl, butyl, isopropyl, t-butyl, 
hydroxyethyl, methoxyethyl. cyanoethyl, trifluoromethyl, 3-sulfopropyl, 4-sulfobutyl, cyclohexyl group, benzyl group', 
2-phenethyl group, vinyl group, and allyl group. 

[0071] In the present Invention, the aromatic group Indicates an aryl group or substituted aryl group. The aryl group 
Is preferably phenyl or naphthyl, particularly phenyl. The number of carbon atoms in the aromatic group is preferably 
from 6 to 20, more preferably from 6 to 1 6. Examples of the aromatic group Include phenyl, p-tolyl, p-methoxyphenyl, 
o-chloroophenyl, and m-(3-sulfopropylamino) phenyl. 

[0072] Examples of the heterocyclic groups Include heterocyclic groups having substituents and unsubstituted het- 
erocyclic groups. These heterocyclic groups may be condensed with aliphatic rings, aromatic rings or other heterocyclic 
groups. The aforementioned heterocyclic group is preferably a 5-membered or 6-membered heterocyclic group. Ex- 
amples of the aforementioned substituents include aliphatic group, halogen atom, alkylsulfonyl group, arylsulfonyl 
group, acyl group, acylamino group, sulfamoyi group, carbamoyl group, and Ionic hydrophilic group. Examples of the 
aforementioned heterocyclic groups Include 2-pyrldyl group. 2-chenyl group, 2-thiazolyl group, 2-ben2othlazolyl group, 
2-benzoxazoIyl group, and 2-fury! group, 

[0073] Examples of the alkylsulfonyl group and arylsulfonyl group include alkylsulfonyl and arylsulfonyl groups having 
substituents and unsubstituted alkylsulfonyl and arylsulfonyl groups. Examples of the alkylsulfonyl group include meth- 
ylsulfonyl group. Examples of the arylsulfonyl group include phenylsulfonyl group. 

[0074] Examples of the alkylsulfinyl group and arylsulfinyl group include alkylsulfinyl and arylsulflnyl groups having 
substituents and unsubstituted alkylsulfinyl and arylsulfinyl groups. Examples of the alkylsulfinyl group Include meth- 
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ylsulfinyl group. Examples of the arylsulflny! group Include phenylsulfinyl group. 

[0075] Examples of the acyl group Include acryl group having substituents and unsubstituted acyl group. The afore- 
mentioned acyl group is preferably a Ci-Cgo acyl group. Examples of the aforementioned substituents include ionic 
hydrophlllc groups. Examples of the aforementioned acyl group include acetyl group and benzoyl group. 

5 [0076] Examples of the halogen atom include fluorine atom, chlorine atom, and bromine atom. 

[0077] Examples of the amino group Include amino group substituted by alkyi group, aryl group or heterocyclic group. 
The alkyI group, aryl group and heterocyclic group may further have substituents. The alkylamino group is preferably 
a C1-C20 alkylamino group. Examples of the aforementioned substituents include ionic hydrophilic groups. Examples 
of the aforementioned alkylamino group include methylaminD group, and diethylamino group. 

10 [0078] Examples of the arylamino group include arylamino group having substituents and unsubstituted arylamino 
group. The aforementioned arylamino group Is preferably a Cg-Cgo arylamino group. Examples of the aforementioned 
substituents Include halogen atom, and ionic hydrophilic group. Examples of the aforementioned arylamino group 
include phenylamino group and 2-chlorophenylamino group. 

[0079] Examples of the heterocyclic amino group include heterocyclic amino group having substituents and unsub- 
'5 stituted heterocyclic amino group. The aforementioned heterocyclic amino group is preferably a C2-C20 heterocyclic 
amino group. Examples of the aforementioned substituents include alkyI group, halogen atom, and ionic hydrophilic 
group. 

[0080] Examples of the alkoxy group include alkoxy group having substituents and unsubstituted alkoxy group. The 
aforementioned alkoxy group is preferably a C1-C20 alkoxy group. Examples of the aforementioned substituents include 

20 alkoxy group, hydroxyl group, and ionic hydrophilic group. Examples of the aforementioned alkoxy group include meth- 
oxy group, ethoxy group, isopropoxy group, methoxyethoxy group, hydroxyethoxy group, and 3-carboxypropoxy group. 
[0081] Examples of the aryloxy group include aryloxy grojp having substituents and unsubstituted aryloxy group. 
The aforementioned aryloxy group is preferably a Ce-Cgo aryloxy group. Examples of the aforementioned substituents 
include alkoxy group, and ionic hydrophilic group. Examples of the aforementioned aryloxy group Include phenoxy 

25 group, p-methoxyphenoxy group, and o-methoxyphenoxy group. 

[0082] The silyloxy group is preferably a silyloxy group substituted by C1-C20 aliphatic or aromatic groups. Examples 
of the aforementioned silyoxy group include trimethylsilyloxy. and diphenylmethylsilyloxy. 

[0083] Examples of the heterocyclic oxy group include heterocyclic oxy group having substituents and unsubstituted 
heterocyclic oxy group. The aforementioned heterocyclic oxy group is preferably a C2-C20 heterocyclic oxy group. 

30 Examples of the aforementioned substituents include alkyI group, alkoxy group, and ionic hydrophilic group. Examples 
of the aforementioned heterocyclic oxy group include 3-pyridyloxy group, and 3-chenyloxy group. 
[0084] Examples of the alkoxycarbonyioxy group include alkoxycarbonyloxy group having substituents and unsub- 
stituted alkoxycarbonyloxy group. The aforementioned alkoxycarbonyloxy group is preferably a C2-C20 alkoxycarbo- 
nyloxy group. Examples of the aforementioned alkoxycarbonyloxy group Include methoxycarbonyloxy group, and Iso- 

35 propoxycarbonyloxy group. 

[0085] Examples of the arytoxycarbonyloxy group include aryloxycarbonyloxy group having substituents and unsub- 
stituted aryloxycarbonyloxy group. The aforementioned aryloxycarbonyloxy group is preferably a C7-C20 aryloxycarb- 
onyloxy group. Examples of the aforementioned aryloxycarbonyloxy group include phenoxycarbonyloxy group. 
[0086] Examples of the acylamino group include acylamino group having substituents and unsubstituted acylamino 

40 group. The aforementioned acylamino group is preferably a C2-C20 acylamino group. Examples of the aforementioned 
substituents include ionic hydrophilic group. Examples of the aforementioned acylamino group Include acetylamino 
group, propionylamino group, benzoylamino group, N-phenylacetylamino group, and 3,5-disutfobenzoylamino group. 
[0087] Examples of the ureido group include ureido group having substituents and unsubstituted ureido group. The 
aforementioned ureido group is preferably a -C20 ureido group. Examples of the aforementioned substituents include 

45 alkyI group, and aryl group. Exarhples of the aforementioned ureido group include 3-methylureldo group, 3,3-dlmeth- 
ylureido group, and 3-phenylureldo group. 

[0088] Examples of the sulfamoylamino group include sulfarnoylamino group having substituents and unsubstituted 
sulfamoylamino group. Examples of the substituents include alkyI group. Examples of the aforementioned sulfa- 
moylamino group include N,N-dlpropylsulfamoylamino group. 
50 [0089] Examples of the alkoxycarbonylamino group include alkoxycartonylamino group having substituents and 
unsubstituted alkoxycarbonylamino group. The aforementioned alkoxycarbonylamino group is preferably a C2-C20 
alkoxycarbonylamino group. Examples of the aforementioned substituents include Ionic hydrophilic group. Examples 
of the aforementioned alkoxycarbonylamino group include ethoxycarbonylamino group. 

[0090] Examples of the alkytsulfonylamino group and arylsulfonylamino group include alkylsulfonylamino group and 
55 arylsulfonylamino group having substituents and unsubstituted alkylsulfonylamino group and arylsulfonylamino group. 
The aforementioned sulfonylamino group is preferably a C1-C20 sulfonylamino group. Examples of the aforementioned 
substituents include ionic hydrophilic group. Examples of the aforementioned sulfonylamino group include methylsul- 
fonylamino group, N-phenyl-methylsulfony!amino group, phenylsulfonylamino group, and 3-carboxyphenylsulfonyIami- 
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no group 

[0091] Examples of the carbamoyl group include carbamoyl group having substituents and unsubstituted carbamoyl 
group. Examples of the substituents include alkyi group. Examples of the aforementioned carbamoyl group include 
methyl carbamoyl group, and dimethyl carbamoyl group. 

[0092J Examples of the sulfamoyi group include sulfamoyi group having substituents and unsubstituted sulfamoyi 
group Examples of the substituents include alky! group. Examples of the aforementioned sulfamoyi group include 
dimc'.hy sulfamoyi group, and di-(2-hydroxyethyl)sulfamoyl group. 

[0093] Examples of the alkoxycarbonyl group include alkoxycarbonyl group having substituents and unsubstituted 
alkoxycarbonyl group. The aforementioned alkoxycarbonyl group is preferably a C2-C20 alkoxycarbonyl group Exam- 
ples of the Substituents include ionic hydrophilic group. Examples of the aforementioned alkoxycarbonyl group include 
melhoxycarbonyl group, and ethoxycarbonyl group. 

[0094] Examples of the acyloxy group include acyloxy group having substituents and unsubstituted acyloxy group 
The arorcmcntioncd acyloxy group is preferably a -Cgo acy'oxy group. Examples of the aforementioned substituents 
include lomc hydrophilic group. Examples of the aforementioned acyloxy group include acetoxy group and benzovloxv 
'5 group V- ^ 

[0095] Examples ol ine carbamoyloxy group include carbamoyloxy group having substituents and unsubstituted 
carbamoyioxy group Examples of the aforementioned substituents Include alkyI group. Examples of the aforemen- 
tioned cartwmoyiDxy group include N-methyl carbamoyloxy group. 

[0096] Exrtmples of the aryloxycarbonyl group include aryloxycarbonyl group having substituents and unsubstituted 
aryloxycdftorr/t group The aforementioned aryloxycarbonyl group is preferably a C7-C20 aryloxycarbonyl group. Ex- 
amples of the dforcncntioned substituents include Ionic hydrophilic group. Examples of the aforementioned aryloxy- 
carbonyl group include phenoxycarbonyl group. 

[0097] Examples of the aryloxycarbonylamino group include aryloxycarbonylamino group having substituents and 
unsubsltlulcd aryloxycarbonylamino group. The aforementioned aryloxycarbonylamino group is preferably a C7-C20 
aryloxycarbonylamino group. Examples of the aforementioned substituents include ionic hydrophilic group. Examples 
of the aforcmoniionod aryloxycarbonylamino group include phenoxycarbonylamino group. 

[0098] Examples of the alkyI, aryl and heterocyclic thio groups include alkyI, aryl and heterocyclic thio groups having 
substituenis and unsubstituted alkyl. aryl and heterocyclic thio groups. The aforementioned alkyl. aryl and heterocyclic 
thio groups arc preferably C^-Cgo alkyl. aryl and heterocyclic thio groups. Examples of the aforementioned substituents 
include ionic hydrophilic group. Examples of the aforementioned alkyl, aryl and heterocyclic thio groups include meth- 
ylthio group, phenylthio group, and 2-pyridylthio group. 

[0099] Examples of the heterocyclic oxycarbonyl group include heterocyclic oxycarbonyl group having substituents 
and unsubstituted heterocyclic oxycarbonyl group. The aforementioned heterocyclic oxycarbonyl group is preferably 
a C^-C2o heterocyclic oxycarbonyl group. Examples of the aforementioned substituents include ionic hydrophilic group. 
Examples of the aforementioned heterocyclic oxycarbonyl group include 2-pyridy!oxycarbonyl group. 
[0100] Examples of the heterocyclic sulfonylamino group include heterocyclic sulfonylamino group having substitu- 
ents and unsubstituted heterocyclic sulfonylamino group. The aforementioned heterocyclic sulfonylamino group is pref- 
erably a Ci-C,2 heterocyclic sulfonylamino group. Examples of the aforementioned substituents include ionic hy- 
drophilic group. Examples of the aforementioned heterocyclic sulfonylamino group Include 2-thiophenesulfonylamino 
40 group, and 3-pyndinesulfonylamino group. 

[0101 J Examples of the heterocyclic sulfonyl group include heterocyclic sulfonyl group having substituents and un- 
substituted heterocyclic sulfonyl group. The aforementioned heterocyclic sulfonyl group is preferably a C^-Czq hetero- 
cyclic sulfonyl group. Examples of the aforementioned substituents include ionic hydrophilic group. Examples of the 
aforementioned heterocyclic sulfonyl group include 2-lhiophenesulfonyl group, and 3-pyridinesulfonyl group, 
-'s [0102] Examples of the heterocyclic sulfinyl group Include heterocyclic sulflnyl group having substituents and un- 
substituted heterocyclic sulfinyl group. The aforementioned heterocyclic sulfinyl group Is preferably a C1-C20 hetero- 
cyclic sulfinyl group. Examples of the aforementioned substituents include ionic hydrophilic group. Examples of the 
aforementioned heterocyclic sulfinyl group include 4-pyridinesulfinyl group. 

[0103] In the present invention, the dye represented by the general fonnula (M-l) is preferably one represented by 
so the following general fomiula (M-II): 
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General Formula (MJI) 
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[0104] In the general formula (M-ll), represents an electron-withdrawing group having a Hammett's substituent 
constant ap of notsmallerthan 0.20. preferably not smaller than 0.30, more preferably not smaller than 0.45, particularly 

'5 not smaller than 0.60, but preferably not greater than 1.0. Specific preferred examples of the substituents include 
electron-withdrawing groups described later. Preferred among these electron -with drawing groups are C2-C20 acyl 
group, C2-C20 alkyloxycarbonyl group, nitro group, cyano group, C1-C20 alkylsulfonyl group, Cg-Cgo arylsulfonyl group, 
C^-C4 carbamoyl group, and C^-Cgo halogenated alkyi group. Particularly preferred among these electron-withdrawing 
groups are cyano group, OyO^o alkylsulfonyl group, and C6-C20 arylsulfonyl group. Mostly preferred among these 

20 electron-withdrawing groups is cyano group. 

[0105] H\ R2, R5 and are as defined in the genera! fomnula (M-l). R^ and R^ each independently represent a 
hydrogen atom, aliphatic group, aromatic group, heterocyclic group, acyl group, alkoxycarbonyl group, aryloxycarbonyl 
group, carbamoyl group, alkylsulfonyl group, arylsulfonyl group or sulfamoyi group. Preferred among these groups are 
hydrogen atom, aromatic group, heterocyclic group, acyl group, alkylsulfonyl group, and arylsulfonyl group. Particularly 

^5 preferred among these groups are hydrogen atom, aromatic group, and heterocyclic group. Z2 represents a hydrogen 
atom, aliphatic group, aromatic group or heterocyclic group. Q represents a hydrogen atom, aliphatic group, aromatic 
group or heterocyclic group. Q is preferably a group fomried by non-metallic atom groups required to fomn a 5- to 
8-membered ring. The aforementioned 5-to 8-membered ring may be substituted, may be a saturated ring or may have 
unsaturated bonds. Particularly preferred among the groups represented by Q are aromatic group, and heterocyclic 

30 group. Preferred examples of the non-metallic atom include nitrogen atom, oxygen atom, sulfur atom, and carbon atom. 
Specific examples of such a cyclic structure include benzene ring, cyclopentane ring, cyclohexane ring, cycloheptane 
ring, cyclooctane ring, cyclohexene ring, pyridine ring, pyrimidine ring, pyrazine ring, pyridazine ring, triazine ring, 
imidazole ring, benzoimidazole ring, oxazole ring, benzoxazole ring, thiazole ring, benzothiazole ring, oxane ring, sul- 
folane ring, and thiane ring. 

35 [0106] The groups described in the general formula (M-ll) may further have substituents. In the case where these 
groups further have substituents, examples of these substituents include those described with reference to the general 
fonnula (M-l), and groups and ionic hydrophilic groups exemplified with reference to G, R^ and R2. 
[0107] Examples of the electron-withdrawing group having a Hammett's substituent constant ap of not smaller than 
0.60 include cyano group, nitro group, and alkylsulfonyl group such as methanesulfonyl group and arylsulfonyl group 
{e.g., benzenesulfonyl). 

[0108] Examples of the electron-withdrawing group having a Hammett's substituent constant ap of not smaller than 
0.45 include acyl group (e.g., acetyl), alkoxycarbonyl group (e.g., dodecyloxycarbonyl), acryloxycartjonyl group (e.g., 
m-chlorophenoxycarbonyl), alkylsulfinyl group (e.g., n-propylsulfinyl), arylsulfinyl group (e.g., phenylsulfinyl), sulfamoyi 
group (e.g., N-ethylsulfamoyI, N,N-dimethyIsulfamoyl), and halogenated alkyI group (e.g., trifluoromethyl) besides the 

45 aforementioned groups. 

[01 09] Examples of the electron-withdrawing group having a Hammett's substituent constant op of not smaller than 
0.30 include acyloxy group (e.g., aceloxy), carbamoyl group (e.g., N-ethylcarbamoyI, N.N-dibulylcartaamoyl), halogen- 
ated alkoxy group (e.g., trifluoromethyloxy), halogenated aryloxy group (e.g., pentafluorophenyloxy), sulfonyloxy group 
(e.g., methylsulfonyloxy), halogenated alkylthio group (e.g., difluoromethylthio), aryl group substituted by two or more 

so electron-withdrawing groups having ap of not smaller than 0.15 (e.g., 2,4-dinitrophenyl, pentachlorophenyl), and het- 
erocyclic group (e.g., 2-benzoxazolyl, 2-benzothiazolyl, 1-phenyl-2-benzimidazoIyl) besides the aforementioned 
groups. Specific examples of the electron-withdrawing group having op of not smaller than 0.20 include halogen atom 
besides the aforementioned groups. 

[0110] Particularly preferred combinations of R5 and R^ for the azo dye represented by the general fonnula (M-l) are 
55 hydrogen atom, alky! group, aryl group, heterocyclic group, sulfonyl group and acyl group, more preferably hydrogen 
atom, aryl group, heterocyclic group and sulfonyl group, most preferably hydrogen atom, aryl group and heterocyclic 
group. However, R5 and R6 are not a hydrogen atom at the same time. 

[01 1 1 ] G is preferably a hydrogen atom, halogen atom, alkyl group, hydroxyl group, amino group or acylamino group, 
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more preferably a hydrogen atom, halogen atom, amino group or acylamino group, even more preferably a hydrogen 
atom, amino group or acrylamino group. 

[0112] Preferred among the groups represented by A are pyrazofe ring, imidazole ring, isothiazole ring, thiadiazole 
ring, and benzothiazole ring, more preferably pyrazole ring, and isothiazole ring, most preferably pyrazole ring 
[0113] Bi and B2 each are -CRi= and -CR2=. respectively. R1 and R2 each preferably are a hydrogen atom alkyi 
group, halogen atom, cyano group, carbamoyl group, carboxyl group, hydroxyl group, alkoxy group or alkoxycarbonyl 
group, more preferably hydrogen atom. alkyI group, carboxyl group, cyano group or carbamoyl group. 

-Yeliowdye- 

[01 1 4] The yellow dye of the present Invention is preferably one represented by the general formula (Y-l): 
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General ForBiula (Y-l) 
RiN=FsHR4 



wherein and R3 each represent a hydrogen atom, cyano group. alkyI group, cycloalkyi group, aralkyi group, alkoxy 
group, alkylthio group, arylthio group, aryl group or ionic hydrophilic group; Rg represents a hydrogen atom, alkyI group 
cycloalkyi group, aralkyi group, carbamoyl group, acyl group, aryl group or heterocyclic group; and R^ represents a 
heterocyclic group. 

[0115] The dye represented by the general fomiula (Y-1 ). if used in the fonm of water-soluble dye, preferably has at 
least one ionic hydrophilic group per molecule. Examples of the dye represented by the general formula (Y-l) include 
those represented by the general formula (Y-l) wherein R^, Rg and R3 each are a ionic hydrophilic group, and those 
represented by the general fomiula (Y-l) wherein to Rg each have an Ionic hydrophilic group as a substituent 
Examples of the ionic hydrophilic group include sulfo group, carboxyl group, phosphono group, and quaternary am- 
monium group. Preferred among these ionic hydrophilic groups are carboxyl group, phosphono group, and sulfo group. 
Particularly preferred among these Ionic hydrophilic groups are carboxyl group, and sulfo group. The carboxyl group 
phosphono group and sulfo group may be in the form of salt or hydrate. Examples of the counter ton to be used in the 
fomiation of such a salt include ammonium ion. alkaline metal ion (e.g.. lithium ion, sodium ion, potassium ion), and 
organic cation (e.g.. tetramethylammonium ion, tetramethylguanidlum ion, tetramethyl phosphonium ion). Preferred 
among these counter ions is alkaline metal salt. 

- Cyan dye - 

[0116] Preferred examples of the cyan dye include a dye represented by the following general formula (C-l): 
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General Formula (C-I) 
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[0117] In the general formula (C-I), X,, X3 and X4 Independently represent electron attracting groups with op of 
no less than 0.40. Y^, Yg, Y3, and Y4 independently represent monovalent substituents. M represents hydrogen atom, 
metal element or oxide, hydroxide, or halide thereof. ai-a4, 6^-54 represent the number of X^-X^ and Y^-Y^ substituents, 
respectively 3^-34 independently represent integers from 0 to 4, and b,-b4 independently represent Integers from 0 to 
4. The sum of a^a^ is no less than 2, preferably no less than 3, and it is especially preferred that = ag = 83 = 84 = 
1 . When the dye is a water-soluble dye, an ionic hydrophilic group is preferably further present as a substltuent In any 
position on X^, X2, Xg, X4, Y^, Y2, Y3, and Y4. Examples of suitable ionic hydrophilic groups serving as substituents 
include sulfo group, carboxyl group, phosphono group, quaternary ammonium salt, and the like. 
[01 1 8] Among the phthalocyanine dies represented by the general fonnula (C-I) , phthalocyanine dyes with a structure 
represented by the general fonnula (C-ll) are especially preferred. Phthalocyanine dies represented by the general 
formula (C-ll) in accordance with the present invention will be described below in greater detail. 
[0119] In the general fonnula (C-ll). X^^-X^^^ independently represent -SO-2, -SOg-Z, -SOgNR^Rg, sulfo group, 
-CONR^Rg. or-COgRv Yi^-Y^g independently represent monovalent substituents. M represents hydrogen atom, metal 
element or oxide, hydroxide, or halide thereof, a^^-a^^ represent the number of X^^-X^^ groups, respectively; they 
independently represent integers of 1 or 2. 

[0120] Z independently represent substituted or non-substituted alkyi groups, substituted or non-substituted cy- 
cloalkyl groups, substituted or non-substituted alkenyl groups, substituted or non-substituted aralkyi groups, substituted 
or non-substituted aryl groups, and substituted or non -substituted heterocyclic groups. R^, Rg independently represent 
hydrogen atom, substituted or non-substituted alkyI group, substituted or non-substituted cycloalkyi group, substituted 
or non-substituted alkenyl group, substituted or non-substituted aralkyi group, substituted or non-substituted aryl group, 
and substituted or non-substituted heterocyclic group. 

[0121] In the general fonnula (C-ll), a^^a^^ Independently represent integers of 1 or 2. It is preferred that 4 < a^^ + 
^12 + ^13 + it is especially preferred that among them: a^i = a^2 = ^13 = ^14- 

[0122] X^,, X^2' ^13' ^14 "lay t>e identical substituents, or they may be substituents of the same type which are 
partially different from each other, as in the case when X^^, X^g* ^la- and X^^ are ail -SOg-Z, but Z differs between the 
groups, or they may be mutually different substituents as, for example, in the case when -SOg-Z and -SOgNR^Rg are 
used as substituents at the same time. 

[0123] The combinations of substituents which are especially preferred in the phthalocyanine dyes represented by 
the general fonnula (C-ll) are presented below. 

[0124] Thus. -SO-Z, -SOg-Z, -SOgNRiRg. or -CONR^Rg are independently preferred as X^yX^j^, -SOg-Z and 
-SOgNR^Rg are especially preferred, and -SOg-Z is most prefen^ed. 

[0125] Z are preferably substituted or non -substituted alkyI groups, substituted or non-substituted aryl groups, and 
substituted or non-substituted heterocyclic groups, being independent from each other. Among them, substituted alkyI 
groups, substituted aryl groups, and substituted heterocyclic groups are especially preferred. In particular, for the pur- 
pose of increasing solubility of the dye and ink stability, it is prefen-ed that asymmetrical carbon be present In the 
substituents (usage in racemic modification). Furthemnore, for the purpose of raising associative ability and Increasing 



3CJ0: <EP 1340798A1 J.> 



15 



EP 1340 796 



fastness, it is preferred that a hydroxy group, ether group, ester group, cyano group, amido group, sulfonamldo group 
be present in the substltuents. 

[01 26] Ri , Rg are preferably hydrogen atoms, substituted or non-substituted alkyi groups, substituted or non-substi- 
tuted aryl groups, and substituted or non-substituted heterocyclic groups, being independent from each other. Among 

5 them, hydrogen atoms, substituted alkyI groups, substituted aryl groups, and substituted heterocyclic groups are es- 
pecially prefen-ed. However, it is not preferred that both and Rg be hydrogen atoms. In particular, for the purpose 
of increasing solubility of the dye and ink stability, it is prefen-ed that asymmetrical carbon be present in the substltuents 
(usage in racemic modification). Furthenmore, for the purpose of raising associative ability and increasing fastness, it 
Is prefenred that hydroxy group, ether group, ester group, cyano group, amIdo group, sulfonamide group be present in 

^0 the substltuents. 

[0127] Y.,^-Yi8 Q""® preferably hydrogen atoms, halogen atoms, alkyI groups, aiyl groups, cyano groups, alkoxy 
groups, amido groups, ureido groups, sulfonamldo groups, carbamoyl groups, sulfamoyi groups, alkoxycarbonyl 
groups, carboxyl groups, and sulfo groups, more preferably hydrogen atoms, halogen atoms, cyano group, carboxyl 
groups, and sulfo groups, and most preferably hydrogen atoms. It Is prefen-ed that a^^-ai4 be 1 or 2. independently 
from each other, and it is especially preferred than all of them be 1 . M represents hydrogen atom or metal element or 
oxide, hydroxide, or halide thereof. It is especially preferred that M is Cu, Nl, 2n, and Al; among them, Cu is especially 
prefen-ed. 

[0128] When phthalocyanine dyes represented by the general fonmulas (C-l) or (C-ll) are soluble in water, It is pre- 
ferred thai they contain ionic hydrophilic groups. Examples of suitable ionic hydrophillc groups include sulfo group, 
carboxyl group, phosphono group, and quaternary ammonium group. Carboxyl group, phosphono group, and sulfo 
group are the preferred ionic hydrophilic groups and carboxyl group and sulfo group are especially preferred. Carboxyl 
group, phosphono group, and sulfo group may be In the state of salts. Examples of counterions forming the salts include 
ammonium ion, alkali metal ions (for example, lithium ion, sodium ion, potassium ion) and organic cations (for example, 
tctramcthyl ammonium ion, tetramethyl guanidium Ion, tetramethyl phosphonium). Among the counterions, alkali metal 
salts are preferred, and lithium salts are especially prefen-ed for increasing solubility of the dyes and raising ink stability. 
[0129] It is preferred that at least no less than two ionic hydrophilic groups be present in one molecule of a phthalo- 
cyanine dye. It is especially preferred that at least no less than two sulfo groups and/or carboxyl groups be present. 
[0130] As for the corpbinations of preferred substltuents in the compounds represented by the general formula (C-ll), 
in the preferred compound at least one of a variety of substltuents is the above-described preferred substituent. The 
compounds in which a larger number of substltuents are the preferred groups are more preferred, and the compounds 
in which all the substltuents are the prefen-ed groups are most preferred. 

[0131] In the chemical structure of phthalocyanine dyes preferably used in accordance with the present Invention, 
electron attracting groups such as sulfinyl group, sulfonyl group, and sulfamoyi group are preferably introduced at a 
ratio of one group per each of four benzene rings of phthalocyanine so that the total op value of substltuents in the 
entire phthalocyanine skeleton becomes no less than 1 .6. 

[01 32] Phthalocyanine derivatives represented by the general formula (C-l) are usually mixtures of analogs in which 
positions and numbers of introduced substltuents Xn (n = 1 -4) and Ym (m = 1 -4) unavoidably differ depending on the 
synthesis method. Therefore, the general formula most often represents a statistically averaged mixture of those ana- 
logs. In accordance with the present invention, it was discovered that if those analog mixtures are classified into the 
three below-described types, then a specific mixture is especially preferred. Thus, phthalocyanine dye analog mixtures 
represented by the general fomiulas (C-l) and (C-ll) are classified into and defined as the following three classes, 
based on the substitution position. 

(1) p-position substitution class : phthalocyanine dyes comprising specific substltuents in 2 and/or 3 position, 6 
•^5 and/or 7 position, 10 and/or 11 position, and 14 and/or 15 position. 

(2) a-position substitution class : phthalocyanine dyes comprising specific substituents in 1 and/or 4 position, 5 
and/or 8 position. 9 and/or 12 position, and 13 and/or 16 position. 

(3) a, p-position mixed substitution class : phthalocyanine dyes comprising specific substituents in 1 -1 6 positions, 
without specific order. 
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[0133] In the present specification, the above-described p-position substitution class, a-position substitution class, 
and a,p-position mixed substitution class are used for explaining the derivatives of phthalocyanine dyes with different 
structures (in particular, with different substitution positions). 

[0134] Phthalocyanine derivatives used in accordance with the present invention can be synthesized by combining 
methods described and cited in Shiroi, Kobayashi (published by IPC Co.)" Phthalocyanines - Chemistry and Functions" 
(p. 1-62). C. C. Leznoff, A. B. P. Lever (published by VCH) "Phthalocyanines - Properties and Applications" (p. 1-54) 
and methods similar thereto. 

[01 35] Phthalocyanine compounds represented by the general f onnula (C-l) In accordance with the present invention 



OCID:<EP.„1340796A1 I > 



16 



EP 1 340 796 At 



can be synthesized via sulfonation, sulfonyl chloridation, and amidation, for example, of non-substituted phthalocyanine 
connpounds, as described in WO 00/17275, 00/08103. 00/08101 , and 98/41853 and JP-A No. 10-36471 . In this case, 
the number of sulfonated positions is difficult to control because sulfonation can occur in any position on the phthalo- 
cyanine nucleus. Therefore, when the sulfo groups are introduced under such reaction conditions, the position and 

5 number of sulfo groups introduced into the product are not specified and mixtures with different numbers of substituents 
or substitution positions are always obtained. Therefore, when the compound in accordance with the present Invention 
is synthesized by using such mixtures as starting materials, the number and substitution position of heterocyclic sub- 
stituted sulfamoyi groups are not specified. As a result, mixtures of a,p-position mixed substitution types which contain 
any classes of compounds with different numbers of substituents and substitution positions are obtained as the com- 

10 pounds in accordance with the present invention. 

[0136] As described above^ If a large number of electron attracting groups, for example, such as sulfamoyi group 
are introduced into phthalocyanine nucleus, the oxidation potential is raised and ozone resistance is increased. If the 
above-described synthesis methods are followed, the phthalocyanine dyes with a small number of introduced electron 
attracting groups, that is, with a lower oxidation potential, are inevitably admixed. Therefore, in order to increase ozone 

15 resistance, it is more prefen-ed to use a synthesis method which suppresses the formation of compounds with a lower 
oxidation potential. 

[0137] By contrast, phthalocyanine compounds represented by the general formula (C-ll) in accordance with the 
present invention are obtained by reacting, for example, phthalonitride derivatives (compounds P) and/or dilminoisoin- 
doline derivatives (compounds Q) represented by the following formulas with the metal derivatives represented by the 
20 general formula (C-lll). Alternatively, they can be derived from tetrasulfophthafocyanine compounds obtained by re- 
acting 4-sulfophthalic acid derivatives (compounds R) represented by the following formula with the metal derivatives 
represented by the general fomiula (C-lll). 



"C^finpdimd P . Cbmpbund Q . dompouiid R 



30 




35 

[01 38] In the fonmulas above, Xp is equivalent to , Xg, X3, or X4 in the general formula (C-il). Furthemnore, Yq, Yq' 
are equivalent to Y^i, Y^g. Y13. Y^, Y^g, Y^e. Y17, or Y^g in the general formula (C-ll). M' represents a cation. 

40 General formula (C-lll) : M-(Y)d 

[0139] In the general fomiula (C-fll), M is identical to M of the general fomnula (C-ll), Y indicates a monovalent or 
divalent ligand such as halogen atom, acetic acid anion, acetyl acetonate, oxygen, and the like; d is integer from 1 to 4. 
[01 40] Thus, if the above-described synthesis method is followed, only a specific number of the desired substituents 
^5 can be introduced: In particular, when a large number of electron attracting groups are desired to be introduced in 
order to raise the oxidation potential in accordance with the present invention, the above-described synthesis method 
is greatly superior to the synthesis method according to the general formula (C-l). 

[0141] Phthalocyanine compounds represented by the general fonnuia (C-ll) which are thus obtained are usually of 
p-position substitution type, that is, the mixtures of compounds represented by the following general formulas (a)-1 - 
so (a)-4, which are isomers with different Xp substitution positions. 



55 



3CID: <EP 134079eAt_L> 



17 



EP1 340 796 A1 




General formula (a)-3 - - - General formula (a)-4 



55 [0142] If the identical groups are used as all Xp in the above-described synthesis method, then a phthalocyanine 
dye of p-position substitution type can be obtained in which aii the X^, X^g, X13, and X14 are identical substituents. 
On the other hand, if different groups are combined and used as Xp, then dyes comprising substituents of the sarre 
type, but partially different from each other, or dyes comprising substituents of mutually different types can be synthe- 
sized. Among the dyes of the general fonmula (C-K), those dyes that comprise mutually different electron attracting 

40 substituents are especially prefenred because solubility of the dye, association ability, and stability of inks with time 
can be adjusted. 

[0143J Within the framework of the present invention, it was discovered that with all substitution types, an oxidation 
potential higher than 0.8V (vs. SCE) is very important for increasing fastness, and the degree of this effect could not 
be predicted in any way from the point of view of the conventional technology. Further, among the above-mentioned 

"^s substitution types, the p-position substitution type was cleariy superior to the a,p-position mixed substitution type in 
terms of hue, color fastness, ozone gas resistance, and the like, specific reasons therefor being unclear. 
[0144] Phthalocyanine dyes represented by the general formulas (C-l) and (C-ll) can be synthesized following the 
specifications of the above-mentioned patents and such synthesis can be conducted by the methods described in 
Japanese Patent Applications Nos. 2001 -226275, 2001 -9661 0, 2001 -4701 3, and 2001 -1 93638. Further, starting ma- 

so terials, dye intennediates, and synthesis routes are not limited thereto. 

[0145] The specific feature of magenta dyes and cyan dyes used in accordance with the present invention is that 
the oxidation potential is higher than 0.8 V. However, because phthalocyanine that has been widely used as a cyan 
dye fonns associations, fastness can be compensated despite a rather low oxidation potential, whereas because ma- 
genta dye forms no associations, the oxidation potential is preferably set higher than that of the cyan dye to increase 

55 fastness. 

[0146] The preferred examples of dyes that can be used in accordance with the present invention are presented 
below those examples are employed to explain the present invention in greater detail and place no limitation thereon. 
[0147] First, specific examples [Y-1 - Y-35] of yellow dyes that can be used in accordance with the present invention 
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;5(CH2)2S03Na 



Y-15 R = 
Y-16 R = 



-Ph 

-OC2H5 



J. ... -.. 



Nai 



Y-18 Ar = — %g^H 




Y-19 



Y-20 



Y-21 



.Y-22 Ar = 3--SCH3 
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-23 



OCH3 , H3O 



P>-N=N-^^h^NH|NH--QKN-^^-^ 
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Y-33 




[01 48] Specific examples [M-1 - M-26] of magenta dyes that can be used in accordance with the present invention 
are presented below. 
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M-26 



N-N "a' 
C2H5SO>s^N=N- 




BHi7(n) 



10 



J 5 [01 49] Specific examples [C-1 - C-50] of cyan dyes that can be used in accordance \v :th the present invention 
presented below. 
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Compound 
No. 




X ' ((TpValue} 


a 


C-1 


Cu 


— SOgNH— SQgNa 

• ^hccmQ 

(0.65) 


1 

f 






>CH3 

SOaNa 

. . . (0.65) 




C-3 


Cu 


(0.65) 


1 


0-4 


Cu 


— S02NH'^^<^N • HCl 

^"^H (0.65) 


1 


C-5 


Cu 


-SO^H--^^"« C0.65) 


1 


C-6 


Cu 


C02Na 

CpaNa (Qg5) 


1 


C-7 


Cu 


_ -9^^r-i°°^ 


1 _ 


C"8 


Cu 


— S02(CH2)3S02MH— (^^)— SO3K 

(0.77) 


1 
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X « (apvalua) 
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C-9 


Cu 


: --^^ ,_. 


1 




Cu 


-SC^^>-^S03Na ^^^^^ 
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Cu 






. C-12 


Cu 
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Cu 


. ^==^ ' (0.68) 


1 . 




Cu 


(0.68) 
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Compound 
No. 


M 


. ^ ' ((TpValue) 


a 


C-23 


Cu 


QC4H9 

. .. CgHiT-t .(0.68;) 


1 


0-24 


Cu 


<pH3 

. — S02(CH2)3Cp2CHCH20CH3: 


, 1 


Cr25 


Cu 


— S02rCi2H25-n (077) 


1 


. C-26. . 


Cu 


— ^S0^(CH2)2NHCCHC,7,- 

^-♦"9 (0.77) 


1 


C-27 


Cu 


— SO2-(CH2)2C02C6H,3-n ^^^^^ 


1 ' 


C-28 


Cu 




2 
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Compound 

.'No. 


R 

(ap) 


(<rp) 


m n 


C-28 


-CuH26(n) (0,77) 


-C,H„{n) 


1 : 3 


C-30 


-CaH,7(n) 

(0.77) 




(0.68) 


2 : 2 


C-31 


-(CHa)2COaC«H,3{n) 

(0.77) 




1 : 3 


C-32 


. ' CeH,7(t) 

(0.68) 


(0.68) 


3 : 1 


C-33_ 




(0.68) 


-CMni. - 

(0J7) 




0-34 


— C12H25 


•<>4H»(r>) . ' 


1: 3 



Cu-Pc-(S02R')m ( so2^s:S 
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Compound 
No. 


Cap) 


1 _3 

(cTp) 


m : n 


C-35 


-CeH,7(n) 

(0.77) 


(0.65) 


3 : 1 


C-36 


-CBH„(n) 


-N(CeHf3(n))2 (Qgg) 


1 : 3 


0-37 


-C8H„(n) 


— NH(CH2)3C>^^)^ 
• (a J5) 


3 : 1 


C-38 


9C4H9 

(0.68) 


-NH(CH2)20C2Hb 

(0.65) 


t : 3 ' 

i 


C-38 


9p4^9 

-® 

■ C8Hi7(t) 


'-NHCH2Cp2CeH,7(n) . 

(0.65) 


2 : Z 
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[0150] Examples of compounds that can be employed in accordance with the present invention are also described 
in Japanese Patent Applications Nos. 2001-9661 0, 2001 -24352, 2001 -4701 3, 2001 -57063, 2001 -76689, 2001 -1 93638, 
2001-15614,2001-110457, and 2001 -11 0335, but the present invention is not limited thereto. Further, the above-men- 
tioned compounds can be easily synthesized by the methods described in the patents referred to herein. 

Physical Properties of Dyes 

[0151] In accordance with the present Invention, magenta dyes and cyan dyes are preferably used which have an 



39 



3Cia <EP 1340798A1 J^> 



10 



EP1 340 796A1 

ozone fading retention ratio in a forced test of no less than 0.6 times the ozone fading retention ratio of C. 1. Direct 
Yellow 86. For example, the dye in accordance with the present invention is selected from magenta and cyan dyes 
with a retention ratio of no less than 54%, when the retention ratio of a printed sample with a density of C. I. Direct 
Yellow 86 of 1 .0 is 90%. The higher is the ozone fading retention ratio of magenta and cyan dyes the better, and the 
ozone fading retention ratio is preferably no less than 0.7 times, more preferably no less than 0.8 times, still more 
preferably no less than 0.9 times, and most preferably no less than 1 .0 times that of C. 1. Direct Yellow 86.' 
[0152] Similarly, for the yellow dyes that are used at the same time, the ozone fading retention ratio Is preferably no 
less than 0.8 times, more preferably no less than 0.85 times, still more preferably no less than 0.9 times, and most 
preferably no less than 1 .0 times that of C. I. Direct Yellow 86, 

[0153] Because the balance with gas resistance is important, it Is preferred that the maximum difference between 
the ozone fading retention ratio of each of the yellow, magenta, and cyan dyes and the ozone fading retention ratio of 
C. I. Direct Yellow 86 be contained within 30 points when the latter is 90%. This difference is more preferably contained 
within 20 points, still more preferably within 10 points, and most preferably within 5 points. 

15 - Ozone Fading Retention Ratio • 

[01 54] A variety of methods and conditions are known for forced testing of ozone fading. With the method In accord- 
ance with the present invention. C. I. Direct Yellow 86. which is a readily available dye, is used as a standard substance 
and relative evaluation is conducted. For this reason, a difference caused by discrepancy between the methods can 
hardly occur. Ozone fading retention ratio can be found by printing or coating a test dye solution on a commercial Inkjet 
special paper so as to obtain a reflection density of 1 .0, measuring the density after the exposure for the prescribed 
time in a forced test apparatus designed so as to provide for a uniform ozone concentration, and finding the retention 
ratio with respect to that prior to the exposure. More specifically, the ozone fading retention ratio is determined by the 
below-described image recording and ozone fading forced test. 
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Image Recording 

[01 55] Ink is loaded in a cartridge of an Inkjet printer and printed on paper so as to obtain a reflection density of 1 .0. 
Inkjet special paper which is an Image receiving material with an ink image receiving layer containing white inorganic 
pigment particles on a substrate is used to determine the ozone fading retention ratio in accordance with the present 
invention. 

Ozone Fading Retention Ratio 

35 [0156] A variety of methods are used for finding the ozone fading retention ratio of dyes. With the method in accord- 
ance with the present invention, C, L Direct Yellow 86, which is a readily available dye, is used as a standard substance 
and relative evaluation is conducted. For this reason, a difference caused by discrepancy between the methods can 
hardly occur. Examples of preferred methods include the following two methods, of which testing conducted by method 
A is preferred, this method being close to Ink processes in tenns of implementation. 
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- Method A : Long-Term Testing - 

[0157] Following the method described in Environ. Sci. Technol., Vol. 22, 1357-1361 (1988), a constant amount of 
aqueous solutions with equimolar concentration of sample dyes are supported on commercial silica gel TLC plate (TLC 
plate silica gel 60F254, manufactured by Merck Co.). Two identical TLC samples are prepared for each dye. 
[0158] A box is prepared that is set In a dartc place at room temperature, the box being filled with ozone gas at a 
concentration of 0.5 ± 0.1 ppm that was obtained by passing dry air In a double-wall glass tube of the Siemens ozonizer 
and applying a 5 kV AC voltage thereto. One test sample supported on the TLC is exposed for the prescribed time and 
the dye is extracted by using methanol. The dye is also extracted from the other TLC plate that has not been exposed 
to ozone gas and the retention ratio is qualitatively determined by comparing the two dyes by HPLC. 

- Method B : Short-Term Testing - 

[0159] A test sample was prepared by dissolving a dye in pure water to a concentration of 0.1 mol/L and adjusting 
pH to 8.0 by using 0.1N aqueous solution of sodium carbonate. Ozone and air are passed through the test sample 
solution at respective rates of 1.1 ± 0.1 mmol and 50 ml per minute at a temperature of 30°C, with reference to the 
methods described in Sen'i Gakkaishi Vol. 34, 1 81 -1 86 (1 978), Journal of the Society of Dyers and Colourists Vol 1 01 
334-336. 
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[0160] A small amount of sample is periodically sampled and the retention ratio Is determined from changes in ab- 
sorbance. 

[0161] With the method in accordance with the present invention, a dye is selected with reference to a dye with 
excellent gas resistance, such as C. I. Direct Yellow 86. Therefore, an inkset capable of fast Image fonnatlon can be 

5 constructed. In prior art. a significant difference in gas resistance under natural ambient conditions was sometimes 
observed even when high-potential dyes demonstrating the same value of oxidation potential were selected. This result 
indicates that fastness cannot be uniquely estimated merely by properties under specific conditions, such as gas re- 
sistance under natural ambient conditions. In accordance with the present invention, a dye can be selected by direct 
comparison of ozone fading rate of the dyes themselves. Therefore, a forced test can be conducted which has high 

10 correlation with the natural passage of time and takes account of other ambient conditions. Therefore, a dye with 
excellent gas resistance under natural ambient conditions can be easily selected. 

Ink for InkJet Printing 

15 [0162] The ink set in accordance with the present invention comprises as minimum structural elements a yellow ink 
comprising a yellow dye of at least one type, a magenta ink comprising a magenta dye of at least one type, and a cyan 
ink comprising a cyan dye of at least one type. The below-described dyes are used as the dyes contained In each ink. 
Usually, the inks can be prepared by dissolving and/or dispersing the dyes In a lipophilic medium or aqueous medium. 
It is preferred that an aqueous medium be used. 

20 [0163] If necessary, ether additives can be added within ranges such that the effect of the present invention is not 
impaired. Examples of such other additives include the well-known additives such as agents preventing drying (hu- 
midifying agents), antifading agents, emulslfication stabilizers, penneation enhancers, UV absorbers, con'osion inhib- 
itors, mold control agenis. pH adjusting agents, surface tension adjusting agents, antifoaming agents, viscosity adjust- 
ing agents, dispersing agents, dispersion stabilizers, rust-preventing agents, chelating agents. In case of water-soluble 

25 inks, those additives are directly added to the liquid ink. When an oil-soluble dye is used in the fomi of dispersion, the 
additives are typically added to the dispersion after the dye dispersion has been prepared, but may be added to the 
oil phase of aqueous phase during preparation. 

[0164] The above-mentioned agents preventing drying are preferably used with the object of preventing clogging of 
ink ejection opening of a nozzle used in Inkjet printing systems by dried ink for Inkjet printing. 

30 [0165] Water-soluble organic solvents with a vapor pressure lower than that of water are used advantageously as 
the agents preventing drying. Specific example include polyhydric alcohols such as ethylene glycol, propylene glycol, 
diethylene glycol, polyethylene glycol, thiodlglycol. dithlodiglycol, 2-methyl-1 ,3-propanediol, 1 .2.6-hexanetrlol, acety- 
lene glycol derivatives, glycerin, trimethylolpropane, and the like, lower alkyi ethers of polyhydric alcohols, such as 
ethylene glycol monomethyl (or ethyl) ether, rjiethylene glycol monomethyl (or ethyl) ether, triethylene glycol monoethyl 

35 (or butyl) ether, and the like, heterocyclic compounds such as 2-pyrrolidone, N-methyl-2-pyrrolidone, 1 ,3-dimethyl- 
2-imidazolidinone, N-ethylmorphoIine, sulfur-containing compounds such as sulfolan, dimethyl sulfoxide, 3-sulfolene, 
and the like, polyfunctional compounds such as diacetone alcohol, diethanolamine, and the like, and urea derivatives. 
Among them, polyhydric alcohols such as glycerin , diethylene glycol, and the like are especially preferred. Furthemiore, 
the above-mentioned agents preventing drying may be used individually or in combinations of two or more thereof. It 

40 is prefen-ed that those agents preventing drying be contained in the ink at 10-50 weight %. 

[0166] The above-mentioned permeation enhancers are used advantageously with the object of improving perme- 
ation of the ink for Inkjet printing Into paper. Examples of suitable penmeatlon enhancers Include alcohols such as 
ethanol. isopropanol, butanol, di(tri)ethylene glycol monobutyl ether, 1 ,2-hexane diol, and the like, sodium iauryl sulfate, 
sodium oleate, nonionic surfactants, and the like. A sufycient effeist is usually obtained if those enhancers are contained 

-^s in the ink at 5-30 weight % and they are preferably added within ranges causing no oozing of the Image or print through. 
[0167] The above-mentioned UV absorbers are used with the object of improving storage life of Images. Examples 
of suitable UV absorbers include benzotriazole compounds described in JP-A Nos. 58-185677, 61-190537, 2-782, 
5-197075, 9-34057, and the like, benzophenone compounds described in JP-A Nos. 46-2784, 5-194483, US Patent 
No. 3,214,463, and the like, cinnamic acid compounds described in Japanese Patent Application Publication (JP-B) 

50 Nos. 48-30492 and 56-21141 and JP-A No. 1 0-881 06, triazine compounds described in JP-A Nos. 4-298503, 8-53427, 
8-239368, 10-182621 and Japanese Patent Publication 8-501291 . compounds described in Research Disclosure No. 
24239, and the so-called fluorescent whitening agents which are the compounds generating fluorescence by absorbing 
UV radiation, for example, such as stilbene compounds and benzoxazole compounds. 

[0168] The above-mentioned antifading agents are used with the object of extending storage life of images. Antifading 
55 agents of various organic systems and metal complex systems can be used as such antifading agents. Examples of 
organic antifading agents include hydroquinones, alkoxyphenols, dialkoxyphenols, phenols^ anilines, amines, indoles, 
chromans, alkoxyanilines, heterocycles. and the like. Examples of metal complexes include nickel complexes, zinc 
complexes, and the like. More specifically, compounds described in patents cited In Research Disclosure No. 17643 
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(Sections VII - 1 through J). No. 15162, No. 18716 (page 650, left column). No. 36544 (page 527), No. 307105 (page 
827), and No. 15162 and compounds contained In the general formulas of representative compounds and examples 
of compounds described in JP-A No. 62-215272, pages 127-137 can be used. 

[0169] Examples of mold control agents include sodium dehydroacetic acid, sodium benzoate, sodium pyrldi- 
5 nethione-1 -oxide, p-hydroxybenzoic acid ethyl ester, 1 ,2-benzisothlazolin-3-one, and salts thereof. They are preferably 
contained in the ink at 0.02-1 .00 weight %. 

[01 70] The above-mentioned neutralizing agents (organic bases, inorganic alkalis) can be used as the pH adjusting 
agents. The pH adjusting agents are preferably added for the ink for Inkjet printing to have pH 6-10 in summer, with 
the object of increasing storage stability of the ink for Inkjet printing. Adding to obtain pH 7-1 0 is even more preferred. 

10 [0171] Examples of surface tension adjusting agents include nonionic, cationic, or anionic surfactants. The surface 
tension of the ink for Inkjet printing in accordance with the present invention is preferably 25-70 mPa-s. A surface 
tension of 25-60 mN/m is even more preferred. The viscosity of the Ink for Inkjet printing In accordance with the present 
invention is preferably no more than 30 mPa-s. It is even more preferred that the viscosity be adjusted to no more than 
20 mPa-s. Preferred examples of surfactants Include anionic surfactants such as fatty acid salts, alkylsulfuric acid 

'5 esters and salts, alkylbenzenesulfonates, alkylnaphthalenesulfonates, dialkylsulfosuccinates. alkylphosphoric acid es- 
ters and salts, naphthalenesulfonic acid fomialin condensate, polyoxyethylene alkylsulfuric acid esters and salts, and 
the like, and nonionic surfactants such as polyoxyethylene alkyi ethers, polyoxyethylene alkylallyl ethers, polyoxyeth- 
ylene fatty acid esters, sorbitan tatty add esters, polyoxyethylene sorbltan fatty acid esters, polyoxyethylene 
alkylamines, glycerin fatty acid esters, oxyethylene oxypropylene block copolymer, and the like. Further, it is also pre- 

20 ferred that SURFYNOLS (produced by Air Products & Chemicals Co.) which are acetylene polyoxyethylene oxide 
surfactants be used. Further, amphionic surfactants of amineoxide type such as N,N-dimethyl-N-alkylamineoxides are 
also preferred. Moreover, compounds presented as surfactants described in JP-A No. 59-157636 (pages 37-38), and 
Research Disclosure No. 308119 (1989) can be also used. 

[0172] If necessary, fluorine-containing compounds and silicon-containing compounds or chelating agents repre- 
ss sented by EDTA can be used as the antifoaming agents. 

[0173] The prefen-ed methods for dispersing the dyes in accordance with the present invention in an aqueous medium 
when the dyes are oil soluble comprise dispersing the dye and colored ultrafine particles comprising an oil-soluble 
polymer in the aqueous medium, as described In JP-A Nos. 1 1 -286637, 2001 -240763, 2001 -262039, and 2001 -247788, 
or dispersing the dye in accordance with the present invention, which is dissolved in an organic solvent with a high 
30 boiling point, in the aqueous medium as described in JP-A Nos. 2001-262018, 2001-240763, 2001-335734. and Jap- 
anese Patent Application No. 2000-203857. Specific methods, oil-soluble polymers used therein, organic solvents with 
a high boiling point, additives, and the amounts thereof that are described in the above-mentioned patents can be 
preferably used for dispersing the dyes in accordance with the present invention in aqueous media. Alternatively, the 
dye may be dispersed in a fine particle state as a solid. Dispersing agents and surfactants can be used during the 
35 dispersion process. Simple stirrers or impeller stimng systems, in-line stirring systems, milling systems (for example, 
colloid mill, ball mill, sand mill, attritor, roll mill, agitator mill, and the like), ultrasonic systems, emulsifying dispersion 
systems (high-pressure homogenizers; specific commercial apparatuses include Gaulin homogenizer, microfluidizer, 
DeBEE 2000, and the like can be used. In addition to the above-mentioned patents, methods for preparing inks for 
inkjet printing are described in detail in JP-A Nos. 5-148436, 5-295312, 7-97541, 7-82515, 7-118584, 11-286637, and 
Japanese Patent Application No. 2000-87539, those methods being also suitable for the preparation of the ink for inkjet 
printing in accordance with the present invention. 

[0174] The aqueous medium contains water as the main component. If desired, a mixture additionally containing a 
water-miscible organic solvent can be used. Example of water-miscible organic solvents include, alcohols (for example, 
methanol, ethanol, propanol, isopropanol, butanol, isobutanol, sec-butanol, t-butanol, pentanoL hexanol, cyclohexanol, 

-fs benzyl alcohol), polyhydric alcohols (for example, ethylene glycol, diethylene glycol, triethylene glycol, polyethylene 
glycol, propylene glycol, dipropylene glycol, polypropylene glycol, butylene glycol. hexanedioL pentanediol, glycerin, 
hexanetriot, thiodiglycol), glycol derivatives (for example, ethylene glycol monomethyl ether, ethylene glycol monome- 
thyl ether, ethylene glycol monobutyl ether, diethylene glycol monomethyl ether, diethylene glycol monobutyl ether, 
propylene glycol monomethyl ether, propylene glycol monobutyl ether, dipropylene glycol monomethyl ether, triethylene 

so glycol monomethyl ether ethylene glycol diacetate, ethylene glycol monomethyl ether acetate, triethylene glycol mon- 
omethyl ether, triethylene glycol monomethyl ether, ethylene glycol monophenyl ether), amines (for example, eth- 
anolamine, diethanolamine, triethanolamine, N-methyl ethanolamine, N-ethyl diethanolamine, morpholine, N-ethyl 
morpholine, ethylene diamine, diethylene triamlne. triethylene tetramine, polyethylene imine, tetramethyl propylene 
diamine), and other polar solvents (for example, fonmamide, N,N-dimethylfonnamide, N,N-dimethylacetamide, dimeth- 

55 ylsulfoxide, sulfolan, 2-pyrrolidone, N-methyl-2-pyrrolidone, N-vinyl-2-pyn*olidone, 2-oxa2olidone, 1 ,3-dimethyl-2-imi- 
dazolidinone, acetonitrile, acetone). The above-mentioned water-miscible organic solvents may be also used in com- 
binations of two or more types thereof. 

[0175] The ink for inkjet printing in accordance with the present invention preferably contains the dyes at a ratio of 



42 

OCID:<EP . 134079eA1 I > 



EP 1 340 796 A1 



no less than 0.1 weight part and no more than 20 weight parts per 1 00 weight parts of the Ink. Furthermore, in yellow, 
magenta and cyan inks, dyes of two or more types may be used together, provided that the oxidation potential is higher 
than 0.8 V. When dyes of two or more types are used together, the total content of the dyes Is preferably within the 
above-described range. 

[0176] Recently, yellow, magenta and cyan Inks have sometimes been composed of inks of two or more types with 
different dye concentration with the object of improving image quality. In accordance with the present invention, all the 
dyes used in dark and light inks desirably have an oxidation potential of higher than 0.8 V. 

[0177] In accordance with the present invention, when inks of no less than two different types are used as inks of 
the same hue, the concentration ratio of one Ink to the other Ink Is preferably 0.05-0.5. 

-Black Ink' 



[0178] The ink set In accordance with the present invention is used for forming full-color Images, However, a black 
color tone ink is preferably used for adjusting the color tone. Examples of suitable black colorants include carbon black 

15 dispersions in addition to disazo, trisazo, and tetrazo dyes. 

[0179] Self-dispersing pigments that can be dispersed in a medium without using a dispersing agent in accordance 
with the present invention will be described below the black ink in accordance with the present Invention contains a 
self-dispersing pigment that can be dispersed In a medium, without a dispersing agent. The medium is preferably an 
aqueous medium. "The pigment that can be dispersed in a medium, without a dispersing agent", Is a pigment in which 

20 a medium-solubilizing group is bonded to the pigment surface directly or via another atom association, thereby allowing 
the pigment to be dispersed with good stability, without a dispersing agent. Because "the pigment can be dispersed in 
a medium, without a dispersing agent", when the pigment is dispersed in a dispersion medium so as to obtain a medium 
concentration of 95 weight % and a pigment concentration of 5 weight % with a dispersion apparatus such as ultrasonic 
homogenizer, nanomizer microfluidlzer, ball mill, and the like, without using a dispersing agent, the dispersion Is placed 

25 into a glass bottle and allowed to stay overnight, and then the concentration of pigment in the upper layer is measured, 
the concentration of pigment may be no less than 98% the initial concentration. 

[0180] "The pigment that can be dispersed in a medium, without a dispersing agent", In accordance with the present 
invention can be manufactured by subjecting the usual pigments to acid-base treatment, coupling agent treatment 
using a diazonium salt or the like, polymer graft treatment, plasma treatment, oxidation with hypochlorous acid or salt 

30 thereof or hydrogen peroxide, or conducting surface modification treatment such as reduction. Specific examples of 
such treatment are described in JP-A No. 8-3498, 10-120958. 10-11 0127, World Patents No. W096/1 8695, 0075246, 
01/10963, or JP-A No. 10-95941. Furthermore, a variety of self-dispersing carbon black products are described In 
detail In JP-A No. 2001 -89668, and in accordance with the present invention a reference can be made thereto. Owing 
to such a surface treatment, the content of medium-solubilizing groups becomes larger than that in the usual pigments, 

35 thereby allowing for dispersion without a dispersing agent. 

[0181] Examples of the usual pigments that can be subjected to surface modification include Raven 7000. Raven 
5750, Raven 5250, Raven 5000 ULTRAII, Raven 3500. Raven 2000, Raven 1500, Raven 1260, Raven 1200, Raven 
1190 ULTRA II, Raven 1170, Raven 1255, Raven 1080, Raven 1060 (all of the above are manufactured by Columbian 
Carbon Co.), Regal 1400R, Regal 330R, Regal 660R, Mogul L, Black Pearls L, Monarch 700, Monarch 800, Monarch 

40 880, Monarch 900, Monarch 1000, Monarch 1100, Monarch 1300, Monarch 1400 (all of the above are manufactured 
by Cabot Corp.), Color Black FW1 , Color Black FW2, Color Black FW2V, Color Black 18, Color Black FW200, Color 
Black S150, Color Black 81 60, Color Black 8170, Printex35, Printex U, Printex V. Printex 140U, Printex 140V, Special 
Black 6, Special Black 5, Special Black 4A, Special Black 4 {all of the above are manufactured by Degussa Co.), No. 
25, No. 33. No. 40, No. 47, No. 52. No. 900, No. 2300, MCF-88. MA600, MA7, MAS. MA100 (all of the above are 

45 manufactured by Mitsubishi Chemicals Co.). Those examples are, however, not limiting. Furthemiore, fine particles of 
a magnetic material such as magnetite, ferrite, and the like, or titanium black and the like may be also used. 
[0182] Commercial products can be directly used as "the pigment that can be dispersed in a medium, without a 
dispersing agent", in accordance with the present invention. Examples of such commercial pigments Include Cabojet- 
200, Cabojet-300, IJX-55. 1 JX-1 64 (all of the above are manufactured by Cabot Corp.), Microjet Black CW-1 (BONJET 

50 Black CW-1 : manufactured by Orient Chemical Industries, Ltd). 

[0183] Medium-solubilizing groups contained in "the pigment that can be dispersed in a medium, without a dispersing 
agent", in accordance with the present invention may be nonionic, cationic, or anionic groups, but in case of an aqueous 
medium, sulfonic acids, carboxylic acids, hydroxyl group, phosphoric acid group, and the like are preferred. In case of 
sulfonic acids, carboxylic acids and phosphoric acid group, they can be directly used in a state of free acids, but also 

55 may be used upon formation of salts. When salts are formed, LI, Na, K, NH4 and organic amines are usually prefen-ed 
as acid counterions. 

[0184] In accordance with the present invention, it is desired that pigments be used in the fonn of purified products. 
Removal of Impurities can be conducted by a variety of methods such as water washing, ultrafiltration membrane 
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method, lon-exchange treatment, adsorption with active carbon, zeolite, and the like. The concentration of inorganic 
substances derived from colorant impurities in the ink is preferably no more than 500 ppm, even more preferably no 
more than 300 ppm, though no specific limitation is placed thereon. 

[0185] In accordance with the present invention, the content of pigments in the black ink is preferably O.MS weight 
5 %. more preferably. 0.5-10 weight %, and even more preferably 1.0-8.0 weight based on the entire ink weight. If 
the pigment content is higher than 15 weight %, clogging of the nozzle tip of the printing head easily occurs and, and 
if the pigment content is less than 0.1 weight %, a sufficient image density cannot be obtained. 
[0186] Even when a self-dispersing pigment is used, a surfactant may be added to the black ink to adjust surface 
tension. Nonlonic and anionic surfactants are preferred because they produce hardly any effect on dispersion state of 
10 water-Insoluble colorants or dissolution state of water-soluble dyes. 

[01 87] Examples of suitable nonionic surfactants Include polyoxyethylene nonylphenyl ether, polyoxyethylene octyl- 
phenyl ether, polyoxyethylene dodecylphenyl ether, polyoxyethylene alkyi ethers, polyoxyethylene fatty acid esters, 
sorbitan fatty acid esters, polyoxyethylene sorbitan fatty acid esters, fatty acid alkylol amides, acetylene alcohol eth- 
ylene oxide adduct. polyethylene glycol polypropylene glycol block copolymer, polyoxyethylene ether of glycerin ester 
polyoxyethylene ether of sorbitol ester, and the like. ^ 

[0188] Examples of suitable anionic surfactants Include alkylbenzene sulfonates, alkylphenyl sulfonates, alkylnaph- 
thalene sulfonates, sulfonic acid salts and sulfuric acid esters and salts of higherfatty acid salts, higher fatty acid esters 
higher alkyl sulfosucclnates, and the like. 

[0189] Amphionic surfactants can be also used. Examples thereof include betaine, sulfobetaine, sulfate betaine, 
imidazoline, and the like. Further, silicon-containing surfactants such as polysiloxane polyoxyethylene adduct and the 
like, fluorine-containing surfactants such as oxyethylene perfluoroalkyi ethers and the like, and biosurfactants such as 
spiculisporfe acid, ramnolipid, lysolecithin, and the like, can be also used. 

[0190] In accordance with the present invention, pure water, ultrapure water, ion-exchange water, and the like can 
bo used as the water contained in the black ink. 

[0191] The diameter of dispersed particles of pigments In the ink is preferably 20-120 nm, as represented by the 
volume-average particle diameter, and the number of coarse particles with a diameter of 500 nm or greater is preferably 
no more than 5 x 1 os in 1 L of the ink. If the volume-average particle diameter is less than 20 nm, a sufficient image 
density cannot be obtained, and If it is more than 120 nm. clogging easily occur inside the printing head and stable 
ejection cannot be obtained. If the number of coarse particles with a diameter of 500 nm or greater exceeds 5 x 10^ 
in 2L of the ink. clogging also easily occur inside the printing head and stable ejection cannot be obtained. The number 
of coarse particles Is more preferably no mo9re than 3 x 1 0^ and still more preferably no more than 2 x 1 0^. Furthermore, 
when the Ink is to be used under the above-described conditions, it is preferred that the surface tension of the ink at 
a temperature of 20°C be adjusted to 20-40 mN/m and viscosity be adjusted to 1 .5-5.0 mPas. 
[0192] It is desired that the storage elastic modulus of the pigment contained in the black ink be 5 x 10-* -1x10-2 
Pa. when measured in a low-shear speed range with an angular speed of 1-10 rad/s at a temperature of 24*'C. If the 
storage elastic modulus is outside this range, oozing between colors and color distortions easily occur and image fixing 
ability is also degraded, which is undesirable. Pigments of black ink which have the appropriate elasticity within this 
range demonstrate desirable behavior on the paper. Those can be readily measured with a device capable of measuring 
viscoelasticity in a low-shear speed range. Examples of such devices include VE-type viscoelasticity analyzer (man- 
ufactured by VIIJ^STIC SCIENTIFIC, INC.) and DCR viscoelasticity measurement device for ultralow-viscositv (Paar 
Physica Co.). 

Inkjet Recording Method 
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[0193] With the Inkjet recording method in accordance with the present invention, energy is provided to inks in the 
inkset for Inkjet recording In accordance with the present invention, and an Image is fomied on a publicly known image 
receiving material, that is, usual paper, polymer-coated paper, special paper for Inkjet printing such as described in 
JP-A Nos. 8-169172, 8-27693, 2-276670. 7-276789, 9-323475, 62-238783, 10-153989. 10-217473, 10-235995, 
1 0-337947, 1 0-21 7597, 1 0-337947. and the like, films, paper also suitable for electrophotography, cloth, glass, metals 
so ceramics, and the like. 

[0194] When an Image is formed, a polymer-latex compounds may be additionally used with the object of providing 
gloss and water resistance and improving weather resistance. As for the period for applying the latex compound to the 
image receiving material, it can be done prior to. after, or together with the application of coloring agents. Therefore, 
the latex compound may be added to the image receiving paper and to the ink, or it may be used as an Independent 
polymer latex liquid substance. More specifically, methods described in Japanese Patent Applications Nos 
2000-363090. 2000-315231. 2000-354380. 2000-343944. and 2000-268952 can be advantageously used. 
[0195] Recording paper and recording films suitable for conducting Inkjet printing by using the ink in accordance with 
the present invention will be described below. Substrates composed of chemical pulp such as LBKP, NBKP, and the 
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like, mechanical pulp such as GP, PGW, RIVIP, TMP, CTMP, CMP, CGP, and the like, old paper pulp such as DIP, and 
the like, which is mixed, if necessary, with additives such as the conventional well-known pignnents, binders, sizing 
agents, fixing agents, cation agents, paper reinforcing agents, and the like, and manufactured with various machines 
such as a long-mesh paper forming machine, round-mesh paper forming machine, and the like can be used as the 

5 substrates for the recording paper and recording films. Besides such substrates, synthetic paper and plastic films and 
sheets may be also used. It is desired that the substrate thickness be 10-250 fim and the metric weight be 10-250 g/ 
m^. An ink receiving layer and a back coat layer may be directly provided on the substrate, or an ink receiving layer or 
a back coat layer may be provided after an anchor coat or size press such as starch, polyvinyl alcohol or the like has 
been provided. Furthermore, the substrate may be subjected to flattening with a calender machine such as machine 

10 calender TG calender, soft calender, and the like. In accordance with the present invention, It is even more preferred 
that a plastic film and paper laminated on both surfaces with a polyolefin (for example, polyethylene, polystyrene, 
polyethylene terephthalate, polybutene, and copolymers thereof) be used as the substrate. It is preferred that a white 
pigment (for example, titanium oxide, zinc oxide) or coloring dye (for example, cobalt blue, ultramarine, neodymlum 
oxide) be added to the polyolefin. 

15 [01 96] The ink receiving layer provided on the substrate comprises a pigment or an aqueous binder. A white pigment 
is preferred. Examples of white pigments include inorganic white pigments such as calcium carbonate, kaolin, talk, 
clay, diatomaceous earth, synthetic amorphous silica, aluminum silicate, magnesium silicate, barium sulfate, calcium 
sulfate, titanium dioxide, zinc sulfide, zinc carbonate, and the like, and organic pigments such as styrene-based pig- 
ments, acrylic pigments, urea resin, melamine resin, and the like. It is preferred that a porous inorganic pigment be 

20 used as the white pigment contained in the ink receiving layer, and synthetic amorphous silica with a large surface 
area of pores is especially preferred. Anhydrous silicic acid obtained by a dry production method and water-containing 
silicic acid obtained by a wet production method can be used as the synthetic amorphous silica, but it is especially 
desirable that water-containing silicic acid be used. 

[0197] Examples of aqueous binders contained in the ink receiving layer include water-soluble polymers such as 
25 polyvinyl alcohol, silanol-modified polyvinyl alcohol, starch, cationized starch, casein, gelatin, carboxymethyl cellulose, 
hydroxyethyl cellulose, polyvinyl pyrrolidone, polyalkylene oxide, polyalkyiene oxide derivatives and the like, and water- 
dlspersible polymers such as styrene butadiene latex, acryi emulsion, and the like. Those aqueous binders can be 
used individually or in combinations of two or more thereof. In accordance with the present Invention, in terms of 
adhesion to pigments and peeling resistance of ink receiving layer, the especially preferred among them are polyvinyl 
30 alcohol and silanol-modified polyvinyl alcohol. 

[0198] In addition to pigments and water-soluble binder, the ink receiving layer can contain mordants, hydration- 
preventingagents, agents improving light resistance, surfactants, and other additives. 

[0199] It is preferred that the mordants added to the ink receiving layer be passivated. For this purpose, polymer 
mordants are preferably used. 

35 [0200] As for the polymer mordants, the especially preferred image receiving materials contain polymer mordants 
described in specifications of JP-A Nos. 48-28325, 54-74430. 54-1 24726. 55-22766, 55-1 42339, 60-23850, 60-23851 , 
60-23852, 60-23853, 60-57836, 60-60643. 60-118834, 60-122940, 60-122941, 60-122942. 60-235134. and 1-161236, 
and US Patents Nos. 2,484430. 2,548,564, 3,148,061, 3,309,690, 4.115,124, 4,124,386, 4,193,800, 4,273,853, 
4,282,305, and 4,450,224. The image receiving material containing the polymer mordant described in JP-A No. 

40 HI -161 236 is particularly preferable. If the polymer mordants described In those specifications are used, images of 
excellent quality can be obtained and light resistance of the images can be improved. 

[0201] The above-mentioned hydration-preventlng agents are effective for preventing hydration of images. Cationic 
resins are especially preferred as the hydration-preventlng agents. Examples of such cationic acids include polyami- 
dopolyamine epichlorohydrin, polyethylene imine, polyamine sulfone, dimethyl diallyl ammonium chloride polymer, 
45 cation polyacrylamlde, colloidal silica, and the like. The especially preferred among those cationic resins is polyaml- 
dopolyamine epichlorohydrin. The content of those cationic resins is preferably 1 -15 weight %, more preferably 3-10 
weight % based on the entire solids of ink receiving layer. 

[0202] Examples of agents improving light resistance include zinc sulfate, zinc oxide, hindered amine antioxidants, 
benzophenone-type or benzotriazole-type UV absorbers, and the like. Zinc sulfate among them is especially preferred. 

50 [0203] The above-mentioned surfactants act as coating enhancers, agents improving peeling ability, agents improv- 
ing sliding properties, or antistatic agents. Suitable surfactants are described in specifications of Japanese Patent 
Applications Laid-open Nos. 62-173463 and 62-183457. Organic fluorine-containing compounds may be used instead 
of surfactants. It is preferred that the organic fluorine-containing compounds be hydrophobic. Examples of suitable 
organic fluorine-containing compounds include fluorine-containing surfactants, oily fluorine compounds (for example, 

55 fluorine oil) and solid fluorine compound resins (for example, tetrafluoro ethylene resin). Organic fluorine-containing 
compounds are described in Examined Japanese Patent Application No. 57-9053 (pages 8-17), Japanese Patent 
Applications Laid-open Nos. 61-20994 and 62-135826. Examples of other additives added to the ink receiving layer 
include pigment dispersing agents, thickening agents, antifoaming agents, dyes, fluorescent whitening agents, corro- 
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sion Inhibitors, pH adjusting agents, matting agents, film curing agents, and the like. One or two ink receiving layers 
may be provided. 

[0204] A back coat layer can be also provided on the recording paper and recording film. Examples of components 
that can be added to such a layer include white pigments, aqueous binders, and other components. Examples of white 
pigments that can becontalned in the back coat layer include white inorganic pigments such as light calcium carbonate, 
heavy calcium carbonate, kaolin, talk, calcium sulfate, barium sulfate, titanium dioxide, zinc oxide, zinc sulfide, zinc 
carbonate, satin white, aluminum silicate diatomaceous earth, calcium silicate, magnesium silicate, synthetic amor- 
phous silica, colloidal silica, colloidal alumina, pseudoboehmite, aluminum hydroxide, alumina, lithopone, zeolites, 
hydrated halloysite, magnesium carbonate, magnesium hydroxide, and the like, and organic pigments such as styrene- 
type plastic pigments, acryl-type plastic pigments, polyethylene, microcapsules, urea resin, melamine resin, and the 
like. 

[0205] Examples of aqueous binders that can be contained in the back coat layer include water-soluble polymers 
such as styrene/maleate copolymer, styrene/acrylate copolymer, polyvinyl alcohol, silanol-modified polyvinyl alcohol, 
starch, cationlzed starch, casein, gelatin, carboxymethyl cellulose, hydroxymethyi cellulose, polyvinyl pyrrolidone. and 
the like, and water-dispersible polymers such as styrene butadiene latex, acrylic emulsion, and the like. Other compo- 
nents that can be contained In the back coat layer include antifoaming agents, foaming inhibitors, dyes, fluorescent 
whitening agents^ corrosion inhibitors, hydration preventing agents, and the like. 

[0206] A polymer latex may be added to the structural layers (Including the back coat layer) of the Inkjet recording 
paper and recording films. The polymer latex is used with the object of improving physical properties of the film, for 
example, for stabilizing dimensions, preventing curling, preventing adhesion, and preventing hair cracking of the film. 
Polymer latexes are described in JP-A Nos. 62-245258, 62-1 36648, and 62-1 1 0066. If a polymer latex with a low glass 
transition temperature (no higher than 40<»C) is added to the layer containing a mordant, then hair cracking and curling 
of the layer can be prevented. Furthemiore, curling can be prevented even if a polymer latex with a high glass transition 
temperature is added. 

[0207] The method for Inkjet printing in accordance with the present invention is not limited to inkjet printing systems 
and can be also used in other well-known systems, for example. In an electric charge control system in which Ink is 
ejected by using electrostatic induction forces, a drop-on-demand system (pressure pulse system) using vibration 
pressure of a piezo element, an acoustic inkjet system in which an electric signal is converted Into an acoustic beam 
to irradiate the ink and the Ink is ejected by using a radiation pressure, a thennal inkjet system In which ink is heated 
to fomn bubbles and the generated pressure is used. Inkjet recording systems include a system in which ink with a low 
concentration which is called a photoink is ejected multiple times In small volumes, a system in which a plurality of inks 
with substantially Identical hue and different densities are used to Improve the Image quality, and a system using a 
colorless transparent Ink. 

Methods for Preventing Discoloration of Inkjet-Recorded images 

[0208] Preventing discoloration of the Inkjet-recorded images in accordance with the present invention is conducted 
by inkjet recording by using the above-described inkset in accordance with the present invention 
[0209] As described above. In the inkset for inkjet recording In accordance with the present Invention, the oxidation 
potentials of magenta dye and cyan dye are higher than 0.8 V (vs. SCE). Therefore, images with high light fastness 
and gas (especially, ozone gas) fastness can be obtained and image fading can be prevented. 

EXAMPLES 

[0210] The present invention will now be Illustrated In more detail by reference to the following examples, but these 
examples should not be construed as limiting the scope of the present invention in any way 



Example 1 

so Preparation of Water-Based Ink 

[0211] The following ingredients were mixed in deionized water in an amount to make the total volume 1 liter, and 
stirred for 1 hour as they were heated at 30-40*'C. Then, the mixture was adjusted to pH=9 by 10 mol/L of KOH, and 
filtered under a reduced pressure with a microfilter having an average pore size of 0.25 jxm, thereby preparing a light 
55 magenta ink solution. 



Magenta dye (T-1 ) having the structural formula illustrated below 7.5 g/L 
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(continued) 



njpfhx/lpnp nix/pnl 


lou g/L 


Urea 


37 g/L 


Glycerin 


130 g/L 


Trielhylene glycol monobulyl ether 


130 g/L 


Triethanolamine 


6.9 g/L 


Benzotriazole 


0.08 g/L 


Surfynol 465 (surfactant produced by Air Products Japan, Inc) 


10.5 g/L 


Proxel XL-2 (gennicide produced by ICI Japan) 


3.5 g/L 



[0212] Further magenta ink, light cyan Ink, cyan ink. yellow ink and black ink were each prepared in the same manner 
as the lighi mngcnia ink solution, except that the species of the dye and the concentrations of the ingredients were 
changed to those shown in Table 1 respectively. Thus, an ink set 101 was obtained. 



Table 1 



Composition of Ink Set 101 


Ink 


Light Magenta 


Magenta 


Light Cyan 


Cyan 


Yellow 


Black 


Dyo \g/\) 


T-1 (7.5) 


T-1 (30.0) 


T-2 (8.75) 


T-2 (35.0) 


T'3 (29.0) 


T-4 (20.0) 
T-5 (20.0) 
T-6 (20.0) 
T-3(21.0) 


Diethyleno glycol (g/l) 


150 


110 


200 


130 


160 


20 


Urea (g/l) 


37 


46 










Gtycorin (g/I) 


130 


160 


150 


180 


150 


120 


Triethylcnc glycol monobutyl 
other (g/l) 


130 


140 


130 


140 


180 




Diethyleno glycol monobutyl 
ether (g/l) 












230 


2-Pyrrolidone (g/l) 












81 


Surtynol 465 (g/l) 


10.5 


10.0 


9.8 


10.5 






Surfynol STG (g/l) 










8.5 


9.8 


Triethanolamine (g/l) 


6.9 


7.0 


6.0 


6.3 


0.9 


17.9 


Benzol riazole (g/l) 


0.08 


0.07 


0.08 


0.08 


0.06 


0.06 


Proxel XL2 (g/l) 


3.5 


1.5 


1.1 


1.2 


1.5 


1.1 
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(0. 61) 
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[0213] Ink sets 102 to 112 were each prepared in the same manner as the ink set 1 01 , except that the species of 
the dyes used In the light magenta ink, the magenta ink. the light cyan ink, the cyan ink and the yellow ink were changed 
to those shown in Table 2a respectively. Additionally, it was basic to the dye change that equimolar replacement of 
dyes was made, and the dye concentrations were adjusted so that the transmission densities of ink solutions became 
15 equivalent to those in the ink set 1 01 , respectively. In the case of using two dyes together in one Ink solution, they were 
added in equimolar amounts. 



Table 2a 



so 



25 



30 



35 



Ink Set 


Light Magenta 


Magenta 


Light Cyan 


Cyan 


Yellow 


note 


101 


T-1 


T-1 


T-2 


T-2 


T-3 


comparison 


102 


T-1 


T<1 


C-11 


C-11 


T-3 


comparison 


103 


M-10 


M-10 


T-2 


T-2 


T-3 


invention 


104 


M-3 


M-3 


C-11 


C-11 


T.3 


invention 


105 


M-6 


M-3 


C-12 


C-11 


Y-2 


invention 


106 


M-10 


M-10 


C-40 


C-40 


Y-4 


invention 


107 


M-15 


M-10 


C-11 


C-11 


Y-4 


invention 


108 


M-16 


M*16 


C-41 


C-41 


Y-5 


Invention 


109 


1^-12 


M-10 


C-42 


C-11 


Y-5 


invention 


110 


M-17 


M-17 


C-40 


C-11 


Y-10 


Invention 


111 


M-18 


M-18 


C-42 


C-40 


Y-28 


invention 


112 


M-10 


M-10 


C-11 


C-11 


Y-24 
Y-25 


invention 



40 [0214] The following Table 2b shows the oxidation potentials of the inks of the present invention, which Inks were 
used in Examples 1 -3. 



Table 2b 



so 



Compound No. 


Oxidation 
Potential (V) 


Compound No. 


Oxidation 
Potential (V) 


Compound No. 


Oxidation 
Potential (V) 


Y-2 


1.28 


M-3 


1.36 


C-11 


1.15 


Y-4 


1.27 


M-6 


1.37 


C-12 


1.15 


Y-5 


1.37 


M-10 


1.38 


C-22 


1.18 


Y-10 


1.39 


M-12 


1.40 


C-24 


1.17 


Y-24 


1.28 


M-15 


1.37 


0-31 


1.20 


Y-25 


1.00 


M-16 


1.36 


0-35 


1.13 


Y-28 


1.32 


M-17 


1.38 


0-36 


1.13 


Y-32 


1.21 


M-18 


1.35 


0-40 


1.15 
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Table 2b (continued) 



Compound No. 


Oxidation 
Potential (V) 


Compound No. 


Oxidation 
Potential (V) 


Compound No. 


Oxidation 
Potential (V) 


Y-33 


1.19 


M-21 


1.41 


C-41 


1.15 


Y34 


1.37 


M-23 


1.41 


C-42 


1.15 


Y-35 


1.39. 


M-24 


1.43 










M-25 


1.35 







image Recording and Evaluation 



[0215] Each of the ink sets 101 to 112 were charged into cartridges for an Inkjet printer, Model PM-770C (made by 
15 Seiko Epson Corporation). By use of this printer, images were printed on Inkjet paper. Photographs Paper PM, made 
by Seiko Epson Corporation, and the following evaluations were made. 

<Printing Performance (1)> 

20 [0216] The carindgos were set in the printer, and ink of each color was checked on jetting from each nozzle. There- 
after, the pr:nior o Jlp jt was produced on 50 sheets of A4-si2e Inkjet paper, and the printouts were evaluated by checking 
whether or no! disturbances were found therein. 

A: From the start to the stop of the printing, there occurs no printout disturbance. 
25 B: During the printing, disturbances occur in printouts. 

C: From the start to the slop of the printing, printouts suffer from disturbances. 

<Printing Performance (2)> 

30 [0217] After the cartridges were left standing for 1 0 days at a temperature of 60% printout disturbances were evaluated 
by the same method as adopted in the case of printing perfomiance (1). 

<Drying Property> 

35 [021 8] Ink stains left on printouts by the touch of a finger just after printing were evaluated by visual observations. 
<Bteeding of ink from Fine-Una Printouts> 

[0219] Fine-line patterns were printed in yellow ink, magenta ink. cyan ink and black ink. respectively. And bleeding 
40 evaluation (1 ) was performed on these fine-line patterns by visual observations. As to the black ink, evaluation (2) of 
bleeding caused by contact between two colors was also perfonTied by printing a solidly shaded pattern in magenta 
ink and then printing on this pattern fine lines in black ink. 

<Water Re$istance> 

45 

[0220] Images obtained were immersed in deionized water for 5 seconds, and blurs appearing on the images were 
evaluated by visual observations. 

<lmage Fastness> 

so 

[0221 ] With respect to image fastness, printout samples of gray color were made, and evaluated as follows: 
1. Ligtit fastness (referred to as 'light resistance" in me following table) 

55 [0222] Chromaticity {a*1, b*1) and lightness (LI) of each printout sample were measured with SPM100-II made by 
Gretag AG just after printing, and then the sample was inradiated with xenon light (85,000 lux) for 7 days by means of 
a weather meter made by Atlas. Further, chromaticity (a*2, b*2) and lightness (L2) of the thus exposed sample were 
measured, and a color difference (AE) before and after irradiation was detenmined by the following equation (I), thereby 
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evaluating light resistance. 

AE= {(8*1-8*2)^ + {b*1 -b*2)^ -h (LI -izf]^''^ (I) 

5 

[0223] Color differences were evaluated at three points of reflection density, 1.0. 1.3 arid 1.6. The case where a color 
difference was smaller than 5 at every density was rated as A, the case where whether a color difference was smaller 
than 5 or not smaller than 5 depends on the density value was rated as B. and the case where a color difference was 
not smaller than 5 at every density was rated as C. 

10 

2. Heat Fastness (referred to as "heat resistarice" in the following table) 

[0224] A color difference in each sample before and after 6-day storage under a condition of SCC was detennined 
by the same method as adopted for the evaluation of light fastness. And dye retention ratios were evaluated at three 
points of reflection density, 1 .0, 1 .3 and 1 .6, and the case where a color difference was bmaHer than 3 at every density 
was rated as A, the case where whether a color difference was smaller than 3 or not smaller than 3 depends on the 
density value was rated as B, and the case where a color difference was not smaller than 3 at every density was rated 
as C. 

3. Ozone Resistance 

[0225] A color difference in each sample before and after 7-day storage in a box having an ozone gas concentration 
set at 0.5 ppm was determined by the same method as adopted for evaluation of light fastness. And dye retention 
ratios were evaluated at three points of reflection density, 1 .0, 1 ,3 and 1 .6, and the case where a color difference was 
smaller than 10 at every density was rated as A, the case where whether a color difference was smaller than 10 or not 
smaller than 10 depends on the density value was rated as B, and the case where a color difference was not smaller 
than 1 0 at every density was rated as C. Additionally, the ozone gas concentration in the box was set by use of an 
ozone gas monitor (Model OZG-EM-01 , made by APPLICS). 
[0226] All the evaluation results in Example 1 are shown in Table 3. 
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[0227] It has been shown by the foregoing evaluation tests that the ink compositions relating to the present invention 
delivered outstanding perfonmances, especially in the image fastness. Further, the ink compositions relating to the 
present invention caused no clogging in the cartridges, so the jetting thereof was highly consistent. In addition, the 
present ink compositions delivered excellent performances in fine-line output and the fine lines produced therefrom 
were free of bleeding and highly resistant to water. 
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[0228] Additionally, similar results and similar effects to the above were also obtained by replacing the image receiving 
paper used above by lnl<jet Paper Gasai. photographic-quality finish, produced by Fuji Photo Film Co., Ltd., or by 
PR101 produced by Canon Inc. 

Example 2 



10 



15 



20 



25 



[0229] The same ink set samples as prepared in Example 1 were each charged in the cartridges of an Inkjet printer, 
BJ-F850, made by Canon Inc. By use of this printer, images were printed on Inkjet Paper Gasai, photographic-quality 
finish, produced by Fuji Photo Film Co., Ltd., and performance evaluations thereof were made in the same way as in 
Example 1, In this example also, satisfactory results similar to those in Example 1 were attained. In addition, similar 
effects were produced also in the cases of using as Image-receiving paper Photographic Paper PIVI made by Seiko 
Epson Corporation and PR101 made by Canon Inc., respectively. 

Examples 

[0230] An ink set 201 was prepared according to the same method as adopted for preparation of the ink set 1 01 in 
Example 1 , except that the light magenta, magenta, light cyan, cyan and yellow ink solutions used in the Ink set 1 01 
were replaced with oil-soluble dye-containing Ink solutions prepared in the following manners, respectively. 
[0231] Dye (M-24) In an amount of 8 g and a surfactant (EMAL 20C, trade name, a product of Kao Corporation) in 
an amount of 60 g were dissolved at ZO'^C in a mixture containing 6 g of a high-boiling organic solvent (S-1), 10 g of 
a high-boiling organic solvent (S-2), 1 .0 g of an additive (A-1) and 50 mL of ethyl acetate. To the solution prepared, 
500 mL of deionized water was added with stirring by means of a magnetic stinger, thereby preparing an oil-in-water 
coarse-particle dispersion. 

[0232] The structural formulae of the high-boiling organic solvents (S-1 ) and (S-2) and the additive (A-1 ) are illustrated 
below. 



30 



(S-1) 



0=1 




CHs 



35 



40 



9"s 

0=Pf-OCIH29HCH2CpCH3 
CH3 CHa 



50 



lA-il Hq PsHiiO) 

■C6H„(t) 




[0233] Next, the coarse particles in the dispersion were made into fine particles by 5-time passage through a Micro- 
55 fluidizer (made by MICROFLUIDEX INC.) under a pressure of 60 MPa. Further, the removal of the solvents from the 
thus finished emulsion was carried out by means of a rotary evaporator till the odor of ethyl acetate had dissipated. 
[0234] To the fine hydrophobic dye emulsion thus prepared, 40 g of diethylene glycol. 64 g of glycerin and additives 
Including urea was added, and water was further added to make the total volume 1 liter. The resulting emulsion was 
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adjusted to pH 9 by addition of 10 mol/L of KOH. Thus, light magenta ink containing ingredients in concentrations 
shown in Table 4 was prepared. The volume average size of particles dispersed in the emulsion ink was found to be 
40 nm by measurement with Microtrac UFA (made by Nikkiso Co., Ltd.). 

[0235] Further, magenta Ink, light cyan ink, cyan Ink and yellow ink for an Ink set 201 were prepared in the same 
5 manner as the light magenta ink, except that the species and the amount of the dye used, the amounts of the high- 
boiling organic solvents added, and the species and the amounts of the additives added were changed to those shown 
in Table 4, respectively. Additionally, the compositions shown in Table 4 are the.final compositions obtained after evap- 
orating the solvents. 

10 Table 4 



Composition of Ink Set 201 




Light Magenta 


Magenta 


Light Cyan 


Cyan 


Yellow 


Dye (g/l) 


M-24 (5.00) 


M-24 (20.0) 


C-22 (11.2) 


C-22 (44.6) 


Y-30 (27.2) 


High-boiling (S-1) 


3.75 


14.52 


8.1 


32.4 


20.0 


organic solvent (S-2) 


6.25 


25.52 


14.3 


57.1 


34.5 


Additive (A-1)(g/l) 


0.625 


2.5 


1.2 


4.8 


3.2 


EMAL20C (g/I) 


38 


120 


46.5 


186 


150 


Diethylene glycol (g/l) 


87.5 


87.5 


87.5 


87.5 


87.5 


Glycerin (g/l) 


40 


40 


40 


40 


40 


Surfynol 465 (g/l) 


10 


10 


10 


10 


10 


Triethanolamine (g/l) 


7.5 


7.5 


7.5 


7.5 


7.5 


Benzotriazole (g/I) 


0.075 


0.075 


0.075 


0.075 


0.075 


Proxel XL2 (g/I) 


2.5 


2.5 


2.5 


2.5 


2.5 


Deionized water added to make the total amount 1 liter 




Volume average particle size 


40 nm 


45 nm 


35 nm 


41 nm 


38 nm 



[0236] Ink sets 202 to 209 were each prepared In the same manner as the ink set 201 , except that the species of 
35 the dye used in each Ink was changed as shown in Table 5. Additionally, it was basic to the dye change thai equimolar 
replacement of dyes was made, and the dye concentrations were adjusted so that the transmission densities of ink 
solutions became equivalent to those in the ink set 201 , respectively. 



Table 5 



Ink Set 


Light Magenta 


Magenta 


Light Cyan 


Cyan 


Yellow 


note 


201 


M-24 


M-24 


C-22 


C-22 


Y-30 


invention 


202 


M'21 


M-21 


C-22 


C-22 


Y-30 


invention 


203 


M-23 


M-24 


C-22 


C-24 


Y-31 


invention 


204 


M-24 


M-24 


C-24 


C-24 


Y-33 


invention 


205 


M-24 


M-24 


C-31 


C-31 


Y-34 


invention 


206 


M-24 


M-24 


C-37 


C-37 


Y-35 


invention 


207 


M-25 


M-24 


C.35 


C-37 


Y-35 


invention 


208 


M-25 


M-24 


C-22 


C-22 


Y-35 


invention 


209 


M-24 


M-24 


C-22 


C-37 


Y-32 


Invention 



55 Image Recording and E\/aluation 

[0237] Each of the Ink sets 201 to 209 were charged Into cartridges for an Inkjet printer, Model PM-770C (made by 
Seiko Epson Corporation). By use of this printer, images were printed on Inkjet Paper Gasai, photographic-quality 
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finish, produced by Fuji Photo Film Co., Ltd., and the following evaluations were made. 
<Printing Performance (1)> 

5 [0238] The cartridges were set In the printer, and ink of each color was checked on jetting from each nozzle. There- 
after, the printer output was produced on 30 sheets of A4-size Inkjet paper, and the printouts were evaluated by checking 
whether or not disturbances were found therein. 

A: From the start to the stop of the printing, there occurs no printout disturisance. 
10 B: During the printing, dIsturtDances occur in printouts. 

C: From the start to the stop of the printing, printouts suffer from disturbances. 

<Printing Performance (2)> 

[0239] After the cartridges were left standing for 2 days at a temperature of 60", printout disturbances were evaluated 
by the same method as adopted in the case of printing performance (1). 

<Drying Property> 

[0240] Ink stains left on printouts by the touch of a finger just after printing were evaluated by visual observations. 
<Bieeding of ink from Fine-Line Printouts> 

[0241] Fine-line patterns were printed in yellow Ink, magenta ink, cyan ink and black ink, respectively And bleeding 
evaluation (1) was performed on these fine-line pattems by visual observations. As to the black ink, evaluation (2) of 
bleeding caused by contact between two colors was also performed by printing a solidly shaded pattern in magenta 
ink and then printing on this pattern fine lines in black ink. 

<Water Resistance> 

[0242] Images obtained were immersed in deionized water for 60 seconds, and blurs appearing on the images were 
evaluated by visual observations. 

<image Fastness> 

[0243] With respect to image fastness, printout samples of gray color were made, and evaluated as follows: 

1. Light fastness (referred to as "light resistance" in the foilowing table) 

[0244] Chromaticity (a*1, b*1) and lightness (L1) of each printout sample were measured with SPM1 00-11 made by 
Gretag AG just after printing, and then the sample was irradiated with xenon light (85,000 lux) for 14 days by means 
of a weather meter made by Atlas. Further, chromaticity (a*2, b*2) and lightness (L2) of the thus exposed sample were 
measured, and a color difference (AE) before and after irradiation was determined by the following equation (I), thereby 
evaluating light resistance. 

AE= {{a*1 -a*2)^ + (b*1 -b*2)^ + (LI -L2)^}^^ (I) 

[0245] Color differences were evaluated at three points of reflection density, 1 .0, 1 .3 and 1 .6. The case where a color 
difference was smaller than 5 at every density was rated as A, the case where whether a color difference was smaller 
than 5 or not smaller than 5 depends on the density value was rated as B, and the case where a color difference was 
not smaller than 5 at every density was rated as C. 

2. Heat Fastness (referred to as "heat resistance" in the following table) 

[0246] A color difference in each sample before and after 8-day storage under a condition of 80°C was determined 
by the same method as adopted for the evaluation of light fastness. And dye retention ratios were evaluated at three 
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points of reflection density, 1 .0, 1 ,3 and 1 .6. and the case where a color difference was smaller than 3 at every density 
was rated as A. the case where whether a color difference was smaller than 3 or not smaller than 3 depends on the 
density value was rated as B, and the case where a color difference was not smaller than 3 at every density was rated 
as C. 

5 

3. Ozone Resistance 

[0247] A color difference in each sample before and after 7-day storage in a box having an orone gas concentration 
set at 1 .0 ppm was detennined by the same method as adopted for evaluation of light fastness. And dye retention 

10 ratios were evaluated at three points of reflection density, 1 .0, 1 .3 and 1 .6, and the case where a color difference was 
smaller than 1 0 at every density was rated as A, the case where whether a color difference was smaller than 1 0 or not 
smaller than 1 0 depends on the density value was rated as and the case where a color difference was not smaller 
than 10 at every density was rated as C. Additionally, the ozone gas concentration in the box was set by use of an 
ozone gas monitor (Model O2G-EM-01 , made by APPLICS). 

15 [0248] All the evaluation results in Example 3 are shown In Table 6. 
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Resist- 
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good 


' so-so 


so-so 


so-so >| 


Pine-line 
Bleeding 
..(2) 


nothing 


nothing 


nothing ! 


, nothing 1 


nothing 


nothing 


' nothing 


nothing 


nothing 


nothing 


nothing i 


nothing 


Fine-line 
Bleeding 


nothing 


nothing 


nothing 


nothirig 


nothing 


nothing 


nothing 


nothing 


nothing 


nothing 1 


nothing 
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Ink Set 


1 201 (invention) 


1 202 (invention) 


1 203 (invention) 1 


1 204 (invention) 1 


205 (invention) 


1 206 (invention) 


1 207 (invention) ! 


1 208 (invention) 


209 (invention) 


101 (comparison) 


102 (comparison) 


1 103 (comparison) 



[0249] The above evaluation results show that the present ink compositions as oil-soluble dye dispersions delivered 
outstanding perfomriances, especially in the image fastness. Further, the ink compositions relating to the present in- 
vention caused no clogging In the cartridges, and ensured highly consistent jetting. In addition, the present ink com- 
positions delivered excellent perfomnances In fine-line output and the fine lines produced therefrom were free of bleed- 
ing. Moreover, the present ink compositions had a step-up in water resistance. 
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[0250] Additionally, similar results and similar effects to the above were also obtained by replacing the image receiving 
paper used above by Photographic Paper PM produced by Epson Corporation, or by PR1 01 produced by Canon Inc. 

Example 4 

5 

[0251] The same ink set samples as prepared in Example 3 were each charged in the cartridges of an Inkjet printer, 
BJ-F850, made by Canon Inc. By use of this printer, images were printed on Inkjet Paper Gasai, photographic-quality 
finish, produced by Fuji Photo Film Co., Ltd., and performance evaluations thereof were made in the same way as in 
Example 3. In this example also, satisfactory results similar to those in Example 3 were attained. In addition, similar 
10 effects were produced also in the cases of using as image-receiving paper Photographic Paper PM made by Seiko 
Epson Corporation and PR101 made by Canon Inc., respectively. 

[0252] As demonstrated In the foregoing Examples, the present Inkjet recording solutions are superior in fastness 
as Inkjet recording ink, especially in light resistance and ozone resistance, and can ensure high jetting consistency, 
high water resistance and bleeding-free image fomiation. 
15 [0253] The present ink sets for Inkjet recording can resist fading caused by gases, especially ozone gas, and have 
excellent light fastness. In accordance with the Inkjet recording method using the present ink sets, images having 
excellent gas resistance and high light fastness can be fonmed. According to the present Inkjet recording method, 
fading of Images can be prevented effectively by the use of present ink sets. 

20 Example 5 

[0254] A water solution of each dye shown in Table 7 was placed on a silica gel TLC plate (TLC Plate Silica Gel 
60F254 made by Merck Ltd.) in an amount of 1 0 mg on a dye basis by use of a TLC syringe made by Hamilton. Another 
TLC sample was prepared in the same manner and used for a test of fading caused by ozone. 

25 

<Test of Long-term Forced Fading by Ozone> 

[0255] While passing dry air through a glass double-pipe of Siemens-type ozonizer. 5 kV alternating voltage was 
applied thereto. By use of this apparatus, a box set so as to have an ozone gas concentration of 0.5±0.1 ppm at room 

30 temperature was arranged In the dark. One plate of each TLC sample was stored in this box for a given length of time, 
and then the dye was extracted with methanol. From the other plate of each TLC sample, which was not exposed to 
ozone, the dye was also extracted with methanol. The quantities of dyes extracted were each determined by HPLC, 
and the dye retention ratio was calculated by making a comparison between them. Additionally, the setting of an ozone 
gas concentration in the box was performed with an ozone gas monitor made by APPLICS (Model OZG-EM-01 ). 

35 [0256] The retention ratio of C.I. Direct Yellow 86 after a 21 -day lapse was 90%, and those of the other dyes were 
also examined after the same period lapse. When the ratio of the retention ratio of a dye tested to that of C.I. Direct 
Yellow 86 is not lower than 0.6, the dye tested was rated as A; while, when the ratio is lower than 0.6, the dye tested 
was rated as 8. 

40 Table 7 



45 



Dye 


Retention Ratio after 21 -Day Lapse (X %) 


X/90 


Rating 


C.I. Direct Yellow 86 


90 


1.0 




T-2-1 


17 


0.19 


B 


T-2-2 


15 


0.17 


B 


Ma-1 


86 


0.96 


A 


Ma-2 


88 


0.98 


A 


Ma-3 


86 


0.96 


A 


C.I. Direct Blue 87 


12 


0.13 


B 


Cy-1 


80 


0.89 


A 


Cy-2 


78 


0.87 


A 


Cy-3 


77 


0.86 


A 


Cy-4 


83 


0.92 


A 
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Table 7 (continued) 



Dye 


Retention Ratio after 21 -Day Lapse (X %) 


X/90 


Rating 


C.I. Acid Yellow 17 


25 


0.28 


B 


Ye-1 


92 


1.02 


A 


Ye-2 


85 


0.94 


A 


Ye-3 


80 


0.89 


A 


Ye-4 


75 


0.83 


A 
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CcDparative Dyes 





CO2H 



T-2-1 




(C2H40H)2 

NHC2H4S03Na 



OoNa 



T-2-2 



<Test of Short-term Forced Fading by Ozone> 

[0257] Each dye was dissolved in pure water in a concentration of 0.1 mole/liter and adjusted to pH 8.0 by addition 
of a 0.1 N water solution of sodium carbonate, thereby preparing a sample solution. Ozone at a flow rate of 1 .1±0.1 
mmol/min together with 50 ml of air was bubbled through each sample solution at 30^0 by reference to the methods 
described in Sen-i Gakkaishi, vol. 34, pp. 1 81 -1 86 (1 978), and Joumal of the Society of Dyers and Colourists, vol. 1 01 , 
pp. 334-336. 

[0258] Small sampling of the solution, Into which ozone was being bubbled, was carried out at regular intervals and 
examined for absorbance. The dye retention ratio was determined from changes in these absorbance values. The 
retention ratio of each dye specimen to C.I. Direct Yellow 86 was more or less different from the data shown In Table 
7, but the rating of each dye was the same. 
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Example 6 

40 

[0259] An ink set 301 having the composition shown in Table 8 was prepared in the same way as the water-based 
ink prepared in Example 1 . Further, Ink sets 302 to 310 were each prepared in the same manner as the Ink set 301 , 
except that the dyes set forth in Table 7 were replaced by the dyes shown in Table 8, respectively. Each of the ink sets 
301 to 31 0 were charged into cartridges for an Inkjet printer, Model PM-770C (made by Seiko Epson Corporation). By 
use of this primer, images were printed on each of Inkjet papers, Photographic Paper PM made by Seiko Epson Cor- 
poration, Inkjet Paper Gasai, photographic-quality tinish produced by Fuji Photo Film Co.. Ltd., and PR101 produced 
by Canon Inc. And the printed Images were each evaluated by the following forced tests and long-term tests in natural 
settings. 
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Table 8 



5 




Light 
MagGnts 


Magenta 


Light Cyan 


Cyan 


Yellow 


Black 










uireci DiUGcS/ 
(8.75) 


uireci Diue 
(35.0) 


Direct Yellow 
86 (29.0) 


T*2-4 (20.0) 
T-2-5 (20.0) 
T-2-6 (20.0) 
T-2-3 (21.0) 


10 


DIethylene 
glycol (g/1) 


150 


110 


200 


130 


160 


20 




UrGa{g/l) 


37 


46 










15 


Glycerin (g/l) 


130 


160 


150 


180 


150 


120 


Triethylene 

glycol 
monobutyl 

Athar 

einer yQfi) 


130 


140 


130 


140 


130 




20 


Dicthylcne 

glycol 
monobutyl 
ether (g/l) 




- 


- 


- 


- 


230 


25 


2-Pyrrolidone 

(g/l) 


- 


- 


- 


- 


- 


81 81 




(g/i) 465 
Surfynol 


10.5 


10.0 


9.8 


10.5 


10.5 


- 


30 


Surfynol STG 

(g/l) 




. 


_ 


_ 




9.8 




Triethanolamin 
e(g/i) 


6.9 


7.0 


6.0 


6.3 


0.8 


17.9 


35 


Benzotriazole 

(g/l) 


0.08 


0.07 


0.08 


0.08 


0.08 


0,06 




Proxel XL2 (g/l) 


3.5 


1.5 


1.1 


1.2 


1.5 


1.1 



40 

(T-2-3) . 



45 




SO 
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NHCH2CH2OH 



OaNa 



15 



20 



(H4NO)^l 




25 



30 




S03NH4 
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Table 9 



Ink Set 


Light Magenta 


Magenta 


Light Cyan 


Cyan 


Yellow 


note 


301 


T-2-1 


T-2-1 


Blue 87 


Blue 87 


Direct Yellow 86 


comparison 


302 


T-2-2 


T-2-2 


Cy-4 


Cy-4 


Direct Yellow 86 


comparison 


303 


Ma-2 


Ma-2 


Direct Blue 87 


Direct Blue 87 


Direct Yellow 86 


comparison 


304 


Ma-2 


Ma-2 


Cy-4 


Cy-4 


Ye-1 


invention 


305 


Ma-1 


Ma-2 


Cy-3 


Cy-3 


Ye-1 


invention 


306 


Ma-2 


Ma-1 


Cy-4 


Cy-3 


Ve-I 


invention 


307 


Ma-2 


Ma-2 


Cy-4 


Cy-4 


Direct Yellow 86 


invention 


308 


Ma-3 


Ma-3 


Cy-1 


Cy-1 


Ye-2 


invention 


309 


Ma-2 


Ma-1 


Cy-4 


Cy-3 


Ye-3 


invention 


310 


Ma-2 


Ma-2 


Cy-4 


Cy-4 


Ye-2 


invention 



55 <Light Fastness> 



[0260] Chromaticity (a*1 , b*1 ) and lightness (LI ) of each printout sample were measured with SPM 100-11 made by 
Gretag AG just after printing, and then the sample was inradiated with xenon light (85,000 lux) for 7 days by means of 
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a weather meter made by Atlas. Further, chromaticlty {a*2. b*2) and lightness (L2) of the thus exposed sample were 
measured, and a color difference (AE) before and after irradiation was determined by the following equation, thereby 
making evaluations. 

5 

AE={(a*1-a*2)^ + {b*1-b*2)^ + {U-I2ff^ 

[0261 ] Color differences were evaluated at three points of reflection density, 1 .0, 1 .3 and 1 .6. The case where a color 
difference was smaller than 5 at every density was rated as A, the case where whether a color difference was smaller 
10 than 5 or not smaller than 5 depends on the density value was rated as B, and the case where a color difference was 
not smaller than 5 at every density was rated as C. 

<Heat Fastness> 

15 [0262] A color difference in each sample before and after 6-day storage under a condition of 80°C was determined 
by the same method as adopted for the evaluation of light fastness. And dye retention ratios were evaluated at three 
points of reflection density, 1 .0, 1 .3 and 1 .6, and the case where a color difference was smaller than 3 at every density 
was rated as A, the case where whether a color difference was smaller than 3 or not smaller than 3 depends on the 
density value was rated as B, and the case where a color difference was not smaller than 3 at every density was rated 

20 as C. 

<Forced Fading Test by Ozone> 

[0263] A color difference In each sample before and after 7-day storage in a box having an ozone gas concentration 
25 set at 0.5 ppm was determined by the same method as adopted for evaluation of light fastness. And dye retention 
ratios were evaluated at three points of reflection density, 1 .0, 1 .3 and 1 .6, and the case where a color difference was 
smaller than 1 0 at every density was rated as A, the case where whether a color difference was smaller than 1 0 or not 
smaller than 10 depends on the density value was rated as B. and the case where a color difference was not smaller 
than 10 at every density was rated as C. Additionally, the ozone gas concentration in the box was set by use of an 
30 ozone gas monitor (Model OZG-EM-01 . made by APPLICS). 

<Gas Resistance in Naturai Settings> 

[0264] The printed Image samples were each pasted up on inside walls of an office that got no sun. and allowed to 
35 stand for 6 months while keeping the surface of each sample in good air circulation. A color difference in each sample 
before and after such an aging in natural settings was determined by the same method as adopted for the light fastness 
evaluations. And dye retention ratios were evaluated at three points of reflection density, 1 .0, 1 .3 and 1 .6, and the case 
where a color difference was smaller than 1 0 at every density was rated as A, the case where whether a color difference 
was smaller than 1 0 or not smaller than 1 0 depends on the density value was rated as B, and the case where a color 
40 difference was not smaller than 1 0 at every density was rated as C. 

[0265] Evaluation results in the case of printing images on Photographic Paper PM, Inkjet paper made by Seiko 
Epson Corporation, are shown in Table 10. 



Table 10 



Ink Set 


Light Fastness 


Heat Fastness 


Forced Fading Test by Ozone 


Gas Resistance in Natural Settings 


301 


C 


C 


c 


c 


302 


B 


c 


c 


c 


303 


B 


B 


c 


C 


304 


A 


A 


A 


A 


305 


A 


A 


A 


A 


306 


A 


A 


A 


A 


307 


B 


A 


A 


A 


308 


A 


A 


A 


A 
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Table 10 (continued) 



Ink Set 


Light Fastness 


Heat Fastness 


Forced Fading Test by Ozone 


Gas Resistance in Natural Settings 


309 


A 


A 


A 


A 


310 


A 


A 


A 


A 



[0266] As can be seen from the results shown in Table 1 0, the gas resistance in natural settings correlated well with 
the test results of forced fading by ozone, and the dyes selected in accordance with the present method showed well- 
10 balanced gas resistance in natural senings. The dyes represented by the present structural fomiulae showed excellent 
fastness to heat and light in addition to gas resistance. These results demonstrate that the present dyes have totally 
balanced fastness. Additionally, the same results as mentioned above were also obtained in the cases of producing 
printouts on Inkjet Paper Gasai, photographic-quality finish, produced by Fuji Photo Film Co., Ltd., and on PR101 
produced by Canon Inc. 

15 [0267] In accordance with the present invention, it Is possible to create ink sets having well-balanced gas resistance 
in natural settings by selecting combinations of yellow, magenta and cyan dyes whose retention ratios after the fading 
by ozone are each at least 0.8 times as high as the retention ratio of C.I. Direct Yellow 86 after the fading by ozone, 
and ink design can be prepared with efficiency. The ink sets thus prepared can provide images having well-balanced 

fastness. 

20 [0268] By selecting specific dyes and combining them in preparing an ink set. the present invention can further 
provide a method of recording color Images having excellent fastness and a method of preventing color images from 
fading. 

Example 7 

25 

Preparation of Autodispersive Pigment 



[0269] A pigment dispersion A containing autodispersive carbon black In a dispersed state was prepared in accord- 
ance with Example of JP-A No.200 1-89688, Further, a pigment dispersion B containing autodispersive carbon black 
30 in a dispersed state was also prepared In accordance with Example of JP-A No.2001 -72904. 

Preparation of Black Ink 



35 



40 
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55 



[0270] Bonjet Black CW-1 (made by Orient Kagaku) was diluted with water so as to reach a pigment concentration 
of 1 0 weight %, and then centrifuged (7,000 r.p.m., 30 minutes) to prepare a pigment dispersion (pigment concentration* 
8.3 weight %). 



Pigment dispersion described above 

Diethylene glycol 

Urea 

C4H9(CH2CH20)2H 

Surfactant (Olfin El 010, made by Nissin Chemical Industry Co., Ltd.; 
Pure water 



50 weight % 
1 5 weight % 
5 weight % 
2 weight % 
1 weight % 
27 weight % 



[0271 J While fully mixing the above ingredients, a IN water solution of sodium hydroxide was added dropwise to the 
mixture till the pH reached to 7.5. Then, the mixture was filtered through a 1 -jxm filter under a pressurized condition to 
prepare Black Ink C. Black Ink A and Black Ink B were prepared in the same manner as mentioned above, except that 
the pigment dispersions A and B were used respectively in place of the dispersion of Bonjet Black CW-1 (made by 
Orient Kagaku) and the amount of pure water added was adjusted so that each ink provided the same optical density. 
[0272] As black Ink for comparison, on the other hand. Black Ink D was prepared in the same manner as the Ink 
solution in Example 1 . 

Preparation of Water-based Color Ink 

[0273] Light magenta ink. magenta ink, light cyan ink, cyan ink and yellow ink were prepared in the same manner 
as those in the ink set 101 of Example 1, and made into an ink set 401. 

[0274] Ink sets 402 to 41 3 were each prepared in the same manner as the Ink set 401 , except that the species of 
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the dyes used in the light magenta Ink, the magenta ink. the light cyan ink, the cyan Ink and the yellow ink were changed 
to those shown in Table 11 respectively. Additionally, it was basic to the dye change that equimolar replacement of 
dyes was made, and the dye concentrations were adjusted so that the transmission densities of ink solutions became 
equivalent to those in the ink set 401 , respectively. In the case of using two dyes together in one ink solution, they were 
added in equimolar amounts. 



Table 11 



15 



30 



Ink Set 












Color Ink 


Black Ink 


Light Magenta 


Magenta 


Light Cyan 


Cyan 


Yellow 


401 


D 


T-1 


T-1 


T-2 


T-2 


T-3 


402 


D 


T-1 


T-1 


C-11 


C-11 


T-3 


403 


D 


M-10 


M-10 


T-2 


T-2 


T-3 


404 


D 


M-3 


M-3 


0-11 


C-Vi 


T-3 


405 


D 


M-6 


M-3 


C-12 


C-11 


Y-2 


406 


A 


M-6 


M-3 


C-12 


C-11 


Y-2 


407 


A 


M-10 


M-10 


C-40 


C-40 


Y-4 


408 


B 


M-16 


M-10 


C-11 


C-11 


Y-4 


409 


B 


M-16 


M-16 


C-41 


C-41 


Y-5 


410 


C 


M-12 


M-10 


C-42 


C-11 


Y-5 


411 


C 


M-17 


M-17 


C.40 


C-11 


Y-10 


412 


c 


M-18 


M-18 


C-42 


C-40 


Y-28 


413 


c 


M-10 


M-10 


C-11 


C-11 


Y-24 
Y-25 



Image Recording an6 Evaluations 

[0275] Each of the color ink sets 401 to 413 and Black Ink A, B, C or D were charged into cartridges for an Inkjet 
printer, Model PM-770C (made by Seiko Epson Corporation). By use of this printer, images were printed on Inkjet 
paper, Photographic Paper PM, made by Seiko Epson Corporation, and the following evaluations were made. The 
results obtained are shown In Table 12. 

<Fine'Une Bleeding> 

40 

[0276] Fine-line patterns were printed in yellow Ink, magenta ink, cyan ink and black ink, respectively, and allowed 
to stand for 1 day under a condition of 40'»C-80% RH. Then, bleeding evaluation (1) was perfonned on these fine-line 
pattems by visual observations. As to the black ink, evaluation (2) of bleeding caused by contact between two colors 
was also perfomied by printing a solidly shaded pattern In magenta Ink and then printing on this pattern fine lines in 
black ink. 

<Water Reslstance> 

[0277] Images obtained were immersed in deionized water for 30 seconds, and blurs appearing on the Images were 
^ evaluated by visual observations. 

<Ught Fastness> 

[0278] With respect to image fastness, printout samples of gray color were made, and evaluated as follows: 
55 [0279] Chromaticity (a*1, b*1) and lightness (LI) of each printout sample were measured with SPMIOO-ll made by 
Gretag AG just after printing, and then the sample was irradiated with xenon light (85,000 lux) for 14 days by means 
of a weather meter made by Atlas. Further, chromaticity (a*2, b*2) and lightness (L2) of the thus exposed sample were 
measured, and a color difference (AE) before and after in-adiation was detennined by the following equation, thereby 
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making evaluations. 



AE= {(aM-a*2)^ + {b*1-b*2)^ + (L1-L2)^}^^ 

[0280] Color differences were evaluated at three points of reflection density, 1 .0, 1 .3 and 1 .6. The case where a color 
difference was smaller 'than 5 at every density was rated as A, the case where whether a color difference was smaller 
than 5 or not smaller than 5 depends on the density value was rated as B, and the case where a color difference was 
not smaller than 5 at every density was rated as C. 

<Heat Fastness> 

[0281 J A color difference in each sample before and after 14-day storage under a condition of was determined 
by the same method as adopted for the evaluation of light fastness. And dye retention ratios were evaluated at three 
points of reflection density, 1 .0, 1 .3 and 1 .6. and the case where a color difference was smaller than 3 at every density 
was rated as A, the case where whether a color difference. was smaller than 3 or not smaller than 3 depends on the 
density value was rated as and the case where a color difference was not smaller than 3 at every density was rated 
as C. 

<Ozone Resistance> 

[0282] A color difference in each sample before and after 1 4-day storage in a box having an ozone gas concentration 
set at 0.5 ppm was determined by the same method as adopted for evaluation of light fastness. And dye retention 
ratios were evaluated at three points of reflection density, 1 .0, 1 .3 and 1 .6, and the case where a color difference was 
smaller than 1 0 at every density was rated as A, the case where whether a color difference was smaller than 10 or not 
smaller than 1 0 depends on the density value was rated as B, and the case where a color difference was not smaller 
than 10 at every density was rated as C. Additionally, the ozone gas concentration in the box was set by use of an 
ozone gas monitor (Model OZG-EM-OI , made by APPLICS). 



Table 12 



Ink Set 


Fine-Line 
Bleeding 
(1) 


Fine-Line 
Bleeding 
(2) 


Water 
Resistance 


Light 
Fastness 


Heat 
Fastness 


Ozone 
Resistance 


Color Ink 


Black Ink 


401 


D 


nothing 


slight 


so-so 


C 


C 


C 


402 


D 


nothing 


slight 


so-so 


C 


C 


C 


403 


D 


nothing 


slight 


so-so 


B 


C 


C 


404 


D 


nothing 


slight 


so-so 


B 


B 


B 


405 


D 


nothing 


slight 


so-so 


B 


8 


B 


406 


A 


nothing 


nothing 


good 


A 


A 


A 


407 


A 


nothing 


nothing 


good 


A 


A 


A 


408 


B 


nothing 


nothing 


good 


A 


A 


A 


409 


B 


nothing 


nothing 


good 


A 


A 


A 


410 


C 


nothing 


nothing 


good 


A 


A 


A 


411 


C 


nothing 


nothing 


good 


A 


A 


A 


412 


C 


nothing 


nothing 


good 


A 


A 


A 


413 


C 


nothing 


nothing 


good 


B 


A 


A 



[0283] As can be seen from the results shown above, the ink compositions relating to the present invention delivered 
outstanding perfonnances. especially in fastness. In addition, the present ink compositions delivered excellent per- 
fonmances in fine-line output and the fine lines produced therefrom were free of bleeding and highly resistant to water. 
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[0284] Additionally, similar effects to the above were also obtained by replacing the image receiving paper used 
above by Inkjet Paper Gasai. photographic-quality finish, produced by Fuji Photo Film Co., Ltd. , or by PR1 01 produced 
by Canon Inc. 

Example 8 

[0285] The same ink set samples as prepared in Example 7 were each charged in the cartridges of an Inkjet printer, 
BJ-F850, made by Canon Inc. By use of this printer, images were printed on Inkjet Paper Gasai, photographic-quality 
finish, produced by Fuji Photo Film Co., Ltd., and performance evaluations thereof were made in the same way as in 
Example 7. In this example also, results similar to those in Example 7 were attained. The same effects as the above 
case were produced also in the cases of using as image-receiving paper Photographic Paper PM made by Seiko Epson 
Corporation and PR101 made by Canon Inc., respectively. 



Claims 

1 . An ink set comprising a yellow Ink containing at least one yellow dye, a magenta Inkcontalning at least one magenta 
dye, and a cyan ink containing at least one cyan dye, wherein an oxidation potential of the magenta dye and an 
oxidation potential of the cyan dye are each higher than 0.8 V (vs SCE). 

2. The ink set according to claim 1 , wherein an ozone fading retention ratio of the magenta dye and the cyan dye are 
each no less than 0.6 times an ozone fading retention ratio of C.I. Direct Yellow 86. 

3. The ink set according to claim 1 , wherein the magenta dye is represented by the following general formula (M-l): 

General Formula (M-l) 

wherein A represents a residue of 5-membered heterocyclic diazo component A-NHg; and B^ respectively 
represent -CR''= and •CR^=, or one of B'' and B^ represents a nitrogen atom and the other represents -CR^= or 
-CR2=; R5 and each independently represent a hydrogen atom or a substituted or unsubstituted aliphatic, ar- 
omatic, heterocyclic, acyl, alkoxycarbonyl, aryloxycarbonyl, carbamoyl, alkylsulfonyl, arylsulfonyl or sulfamoyi 
group;G, R1 and R2 each independently represent a hydrogen atom, a halogen atom, a substituted or unsubstituted 
aliphatic, aromatic, heterocyclic, cyano, carboxyl, carbamoyl, alkoxycarbonyl, aryloxycarbonyl, heterocyclic oxy- 
carbonyl. acyl, hydroxyl, alkoxy, aryloxy, heterocyclic oxy. silyloxy, acyloxy, carbamoyloxy, alkoxycarbonyloxy, ary- 
loxycarbonyioxy, amino (including heterocyclic amino and anilino), acylamino, ureide, sulfamoylamino, alkoxycar- 
bonylamino, aryloxycarbonylamino, alkylsulfonylamino, arylsuifonylamino, heterocyclic sulfonylamino, nitro, 
alkylthio, arylthio, alkylsulfonyl, arylsulfonyl, heterocyclic sulfonyl, alkylsulfinyl, arylsulflnyl, heterocyclic sulfinyl, 
sulfamoyi, sulfo or heterocyclic thio group. 

4. The ink set acxiording to Claim 1 , wherein the cyan dye is represented by the following general formula (C-l): 
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' General Formula (C-I) . • . 



5 
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20 

wherein X^, X2, X3 and X4 each independently represent an electron-withdrawing group having a op value of no 
less than 0.40; , Yj: Y3 and Y4 each independently represent a monovalent substituent; M represents a hydrogen 
atom, a metal element or an oxide, hydroxide or halide thereof; a^ to 84 and to b4, respectively represent a 
number of substituents of X, to X4 and Y^ to Y4; a^ to 34 and b^ to b4 each independently represent an Integer 
25 from 0 to 4; a sum of a, to 34 is no less than 2; and when the dye is a water-soluble dye, an ionic hydrophilic group 

is disposed as a substituent at any position on X^, Xg, X3, X4, Y^. Yg, Y3 and Y4. 

5. The Ink set according to claim 1 , wherein the cyan dye is represented by the following general formula (C-ll): 




wherein X^^, X^g' ^13 ^^ch Independently represent an electron-withdrawing group having a op value of 

no less than 0.40; Y^t, Y^g* ^-,3 and each independently represent a monovalent substituent; M represents a 
hydrogen atom, a metal element or an oxide, hydroxide or halide thereof; a^^ to a^4 and b^^ to b^4 respectively 
represent a number of substituents of X^^ to X,4 and Y^^ to Y14; a„ to 3,4 and b„ to bi4 each independently 
represent an integer from 0 to 4; a sum of a^^ to 3^4 is no less than 2; and when the dye is a water-soluble dye, 
an ionic hydrophilic group is disposed as a substituent at any position on X^^, X^g. ^13. ^14. Y^, Y^g. ^^3 and Y14. 
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6. The ink set according to claim 1 . wherein the oxidation potential of the magenta cfye is higher than the oxidation 
potential of the cyan dye. 

7. The ink set according to claim 1 , wherein an oxidation potential of the yellow dye is higher than 0.8 V (vs SCE). 

8. The ink set according to claim 1 , wherein an ozone fading retention ratio of the yellow dye is no less than 0.6 times 
an ozone fading retention ratio of C. I. Direct Yellow 86. 

9. The ink set according to claim 1 , wherein the yellow dye is represented by the following general formula (Y-l); 



General Foroula (Y-l) 
15 Ri W=N— R4 



wherein and R3 each independently represent a hydrogen atom, a cyano group, an alkyi group, a cycloalkyi 
group, an aralkyi group, an alkoxy group, an alkylthio group, an arylthio group, an aryl group or an Ionic hydrophilic 
group; Rg represents a hydrogen atom, an alkyI group, a cycloalkyi group, an aralkyt group, a carbamoyl group, 
an acyl group, an aryl group or a heterocyclic group; and R4 represents a heterocyclic group. 

10. The ink set according to claim 1 , wherein the ink set comprises two or more magenta inks having different con- 
centrations and/or two or more cyan inks having different concentrations. 

11. The ink set according to claim 1 , further comprising a black ink containing at least one self-dispersible pigment. 

12. A container storing an ink set comprising a yellow ink containing at least one yellow dye, a magenta ink containing 
at least one magenta dye, and a cyan ink containing at least one cyan dye, wherein an oxidation potential of the 
magenta dye and an oxidation potentioal of the cyan dye are each higher than 0.8 V (vs SCE). 



13. An Inkjet recording method which comprises foming an image on an image-receiving material having an ink- 
receiving layer containing a particulate white inorganic pigment provided on a support, using an ink set comprising 
a yellow ink containing at least one yellow dye, a magenta ink containing at least one magenta dye, and a cyan 
ink containing at least one cyan dye, wherein an oxidation potential of the magenta dye and an oxidation potential 

40 of the cyan dye are each higher than 0.8 V (vs SCE). 

1 4. A method for preventing discoloration of an Inkjet-recorded image, wherein Inkjet recording Is carried out using an 
ink set comprising a yellow ink containing at least one yellow dye, a magenta Ink containing at least one magenta 
dye^ and a cyan ink containing at least one cyan dye, wherein an oxidation potential of the magenta dye and an 

45 oxidation potential of the cyan dye are each higher than 0.8 V (vs SCE). 
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